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(54) ink, inlc-fet recording method using ttie same, and photopolymerization initiator 



(57) An inl( for ink-jet recording contains a coloring 
agent a polymerizable oligomer, water, and a photopo- 
lymerization initiator having a solubility in water of 3 per- 
cent by weight or more. Another ink for ink-jet recording 
contains a coloring agent, a polymerizable oligomer 
having at least two acryloyl groups and a solubility in 



water of 10 percent l3y weight or morei a photopolymer- 
ization initiator, and water. The specified polymerizable 
oligomer or photopolymerization initiator reduces bleed- 
ing of the ink on recording media. 
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Description 

> 

BACKGROUND OF THE INVENTION 

5 Reld of the Invention 

[0001] The present invention relates to a UV-curable ink preferably used in ink-jet recording, an ink-jet recording 
method Improving infiage quality, and a novel photopolymerlzation initiator having high solubility in water. 

10 Description of the Related Art 

[0002] Examples of aqueous ink-j^ inks in use include an aqueous black dye ink containing a water-soluble black dye 
dissolved in an aqueous medium, and an aqueous black pigment ink containing a black pigment such, as caitxsn black, 
in an aqueous medium. 

IS [0003] Recording using an aqueous black dye ink facilitates a shortened initial fixing time, yields a satisfactory image 
density, and causes little or no bleeding between this ink and color inks. The recorded image, however, does not gen- 
erally have sufficient water resistance, smear resistance, and light durability. When the recorded image is covered with 
a marker pen (high-lighter), the recorded characters may blur. In particular, in documents Including black characters and 
color images, mutual bleeding may occur between a black character and the adjacent color images and results in a lack 

20 of crispness of the characters. Such a problem requires appropriate solutions, for example, a reduced printing rate. 
[0004] An aqueous black pigment ink tends to require a prolonged initial time for fixing the pigment to a recording 
medium, which inhibits improvement in printing rate. Furthermore, increased printing density causes deaeased smear 
or scuff resistance; hence, ink transferred by scuff marks may cause contamination, or tracing of the printed sectton with 
a color marker pen may lessen the crispness of the printed characters. Aqueous black pigment inks in practical use 

25 readily cause bleeding with color inks; hence, the use of such inks may t>e restricted in documents containing charac- 
ters and color images in some cases. 

[0005] Various means have been disclosed for solving such technical problems. Examples of improvement in smear 
resistance of aqueous pigment inks include addition of water-soluble resins as binding resins in inks, addition of curable 
resins, and addition of microemulsion particles. A means for reducing the fixing time includes use of a solvent which 
30 accelerates the penetration of the ink into the recording medium, the solvent being capable of suppressing bleeding 
between black and color sites and suppressing the deaease in optical density of the character. A method for avoiding 
color bleeding includes use of a black ink containing a cationic polymer and carbon black which suppresses mutual dif- 
fusion with an anions color ink. 

[0006] Although these methods can effectively improve individually targeted problems, they are insufficient overall 
35 improvement 

[0007] Furthermore, one of the typical means for improving the smear resistance of a printed image using aqueous 
inks includes use of a UV-curable ink. UV-curable inte have been used for marking in industrial apparatuses in known 
ink-Jet recording technologies. These inks are nonaqueous inks using ketone solvents. UV-curable inks are also dis- 
closed in Japanese Patent Publicatksn No. 5-64667, Japanese Patent Applicatk)n Laid-Open Nos. 63-23582, 5-186725, 

40 and 7-224241 . and U.S. Patent No. 4,978.969. 

[0008] An ink disck3sed in Japanese Patent Pukslication No. 5-64667 contains a pigment and a polymerizable polyacr- 
ylate having a functtonality of three or more as essential components, and a ketone and an atoohol as primary solvents. 
An ink disclosed in Japanese Patent Application Laid-open Na 63-23582 contains an epoxyacrylate. An ink disclosed 
in Japanese Patent Application Laid-Open Na 5-1 86725 contains water and a photo-curable prepdymer arKl is used in 

45 ink-Jet printers. An ink disclosed in Japanese Patent Application Laid-Open Na 7-224241 is an aqueous UV-curable 
pigment ink used in bubble jet processes. This ink contains a pigment, an aqueous polymeric compound for dispersing 
the pigment in an aqueous medium, a water-soluble monomer, an aqueous medium, arxl a poiymerizatbn initiator, and 
has a viscosity of 10 cps or less. U.S. Patent No. 4,978,969 discloses a method for forming an image by discharging an 
ink containing a UV-curable adhesive by a thermal ink-jet process. 

50 

SUMMARY OF THE INVENTION 

[0009] The present inventors have further studied conventional photo-curaUe inks for ink-jet recording, taking into 
consideration that an ink-jet recording process using a photo-curable ink is a method that possibly can improve the 
55 above-mentioned problems totally. Conventional photo-curable inks generally contain polymerizable oligomers and 
photopolymerization initiators which are not at all soluble or are slightly soluble in aqueous media, and contain various 
water-soluble organic solvents to stabilize discharge in ink-jet recording. However, such organic solvents may affect the 
penetrability of the inks into recording media, and thus affect image quafrty. The present inventors have concluded that 
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such organic solvents are one of the reasons why conventional photo-curable inks are not sufficient to improve the 
aforementioned problems totally. 

[001 0) According ty, it is an object of the present invention to provide a photo-curable ink which does not substantially 
affect ink-jet recording performance even when a polymerizable oligomer and a photo-initiator are contained in the ink 
5 as essential components. 

[001 1 ] It Is another object of the present Invention to provMe an ink-jet recording method which facilitates formation 
of a high-quality Image using a photo-curable Ink. 

[001 2] It is still another object of the present invention to provkJe an ink-jet recording method which facilitates forma- 
tion of a multicolor image using a photo-curable ink. 
10 [0013] According to a first aspect of the present invention, there is provided an ink for ink-jet recording comprising a 
coloring agent a polymerizable oligomer, a photopolymerization Initiator and water, the photopolymerization initiator 
having a solubility in water of 3 percent by weight or more. 

[0014] According to a further aspect of the present invention, there is provided an ink for ink-jet recording conrprising 
a coloring agent, a polymerizable oligomer, a photopolymerization initiator and water, the polymerizable oligomer hav- 

15 ing at least two acryloyi groups and a solubility in water of 1 0 percent by weght or more. 

[0015] According to a further aspect of the present invention, there is provided a method for forming an Image on a 
recording medium comprising the steps of: (a) imparting an ink comprising a coloring agent a polymerizatile oligomer, 
a photopolymerization initiator having a solubility in water of 3 percent by weight or mae. and water, on the surface of 
the recording medium; and (b) irradiating the ink on the recording medium with light. 

20 [0016] According to a further aspect of the present invention, there is provided a method for forming an image on a 
recording medium comprising the steps of: (a) inparting an ink for ink-jet recording on the recording medium, the ink 
comprising a coloring agent, a polymerizable oligomer having at least two acrytoyi groups and a solubility in water of 10 
percent by weight or more, a photopolymerization initiator, and water, and (b) irradiating the ink on the recording 
medium with light 

25 [0017] In these aspects, the oligomer and the photopolymerizatton initiator in each photo-curatrie ink have high solu- 
bility in water; hence, addition of an organic solvent, which adversely affects the image quality, for dissolving these com- 
ponents in the ink is not substantially required. As a result, a high-quality image is obtainable. 
[0018] According to a further aspect of the present invention, there is provided a photopolymerization initiator repre- 
sented by the following general formula (1): 



wherein n is an integer of 1 or more, m is an integer of 0 or more, the sum of n and m is in a range of 1 to 8. and n is in 
a range of 1 to 8 when m is zero. 
40 [0019] Since the photopolymerization initiator effectively fomis radicals by ultraviolet light and has high solubility in 
water compared to conventional nonionic photopolymerization initiators, it can be preferably used for aqueous photo- 
curable Ink-jet inks and aqueous photo-curable paints. 

[0020] According to a still further aspect of the present invention, there is provided a method for recording a multicolor 
image including a black image by imparting a black ink and at least one color ink selected from a yellow ink, a magenta 
45 ink, and a cyan Ink to a recording medium by an ink-jet process, comprising the steps of: 

(a) imparting a Uack ink having any one of the following ComposKions (i) to (iv) to the recording medium by an ink- 
jet process: 

so Composition (i): 



30 



35 




(1) 



55 



at least one cotoring agent selected from the group consisting of a combination of a black pigment and a 
water-soluble cationic polymeric compound for dispersing the black pigment in water, a cationic t)lack dye, 
and a cationic self-dispersing caibon t)lack, a nonionic or cationic polymerizable oligomer, a nonionic or 
cationic photopolymerization initiator having a solubility in water of 3 percent by weight or more, and water; 



Composition (ii): 
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at least one c6loring agent selected from the group consisting of a combination of a black pigment and a 
water-soluble cationic polymeric compound for dispersing the black pigment rn water, a cationic Nack dye, 
and a cationic self-dispersing carbon blacK a nonionic or cationic potymerizable oligomer having at least 
two acryloyi groups and having a solubility in water of 10 percent by weight or more, a nonionic or cationic 
photopdymerization initiator, and water: 

Composition (ili): 

at least one coloring agent selected from the group consisting of a combination of a black pigment and a 
water-soluble anionic pdymeric compound for dispersing the black pigment in water, an anionic black dye. 
and an anionic setf-dispersing caibon black, a nonionic poiymerizable oligomer, a nonionic photopolymer- 
ization initiator having a solubility in water of 3 percent by weight or more, and water: 

Composition (iv): 

at least one coloring agent selected from the group consisting of a combination of a black pigment and a 
water-soluble anionic pdymeric conrpound for dispersing the black pigment in water, an artionic black dye, 
and an anionic self -dispersing carbon black, a nonionic poiymerizable oligomer having at least two acryloyi 
groups and having a solubility in water of 10 percent by weight or more, a nonionic photopdymerization 
initiator, and water: 

(b) imparting a color ink having any one of the fdlowing Compositions (v) to (viii) to the recording medium by an 
ink-jet process: 

Composition (v): 

at least one cdoring agent selected from the group consisting of a combination of a color pigment and a 
water-soluble cationic polymeric compound for dispersing the color pigment in water, and a cationic color 
dye. a nonionic or cationic poiymerizable oligomer, a nonionic or cationic photopdymerization initiator hav- 
ing a solubility in water of 3 percent by weight or more, and water: 

Composition (vi): 

at least one cdoring agent selected from the group consisting of a combination of a color pigment and a 
water-soluble cationic polymeric conrpound for dispersing the color pigment in water, and a cationic color 
dye. a nonionic or cationic poiymerizable oligomer having at least two acryloyi groups and having a sdu- 
bility in water of 10 percent by weight or more, a nonionic or cationic photopdymerization initiator, and 
water: 

Composition (vil): 

at least one cdoring agent selected from the group consisting of a combination of a color pigment and a 
water-soluble anionic polymeric conrpound for dispersing the cotor pigment in water, and an anionic color 
dye, a nonionic polymerizade digomer, a nonionic photopdymerization initiator havirrg a sdubility in water 
of 3 percent weight or more, and water: 

Composition (viii): 

at least one cdoring agent selected from the group consisting of a oomk)ination of a color pigment and a 
water-soluble anionic polymeric compound for dispersing the color pigmem in water, and an anionic color 
dye. a nonionic poiymerizable digomer having at least two acryloyi groups and having a solubility in water 
of 10 percent by weight or more, a nonionic photopdymerization initiator, and water: and 

(c) irradiating the black ink and the color ink imparted to the recording medium with light for photo-aossltnking of 
the inks, wherein the dack ink and the color ink are selected so that the polarity of the coloring agent and the water 
soluble polymeric compound of the black ink are opposite to the polarity of the coloring agent and the water sdude 
pdymeric compound of the color ink. 
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[0021] Ihe method according to this aspect can effectively suppress bleeding between adjacent different color inks 
on the recording medium before photo-crosslinking, resulting in fbrmatlon of a high-quality imaga 
[0022] Further objects, features and advantages of the present invention will become apparent from the following 
description of the prefenred embodiments with reference to the attached drawings. 

5 

BRIEF DESCRIPTION OF THE DRAWINGS 
[0023] 

10 Rg. 1 is a schematic view of a configuration of an ink-jet printer usable in the present invention; 

Fig. 2 is a longitudinal cross-sectional view of an embodiment of a head of an ink-jet recording apparatus; 
Rg. 3 is a cross-sectional view taken along line Ill-Ill in Fig. 2; 
Fig. 4 is an outline view of a multihead; 

Rg. 5 is an isometric outline view of an embodiment of an ink-jet recording apparatus; 
IS Rg. 6 is a longHudinal cross-sectionat view of an embodiment of an ink cartridge: 

Fig. 7 is an isometric view of an embodiment of a recording unit; 

Rg. 8 is an isometric outline view of another configuration of an ink-jet recording head; 

Rg. 9 is an isometric outline view of a recording head provided with four ink cartridges; 

Rg. 10 is an isometric outline view of a configuration off four recording heads ananged on a carriage; 
20 Rg. 1 1 is a liquid chromatogram of Irgacure 2959; and 

Rg. 12 is a liquid chromatogram of reaction products of Irgacure 2959 with ethylene oxide. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

2S [0024] An Ink for ink-jet recording according to an embodiment of the present Invention Is a photo-curable Ink and 
comprises a coloring agent, a polymerizable oligomer, a photopolymerization initiator having a solubility in water of 3 
percent by weight or more, and water. 

Ink Ingredients 

30 

A. Cotoring Agent 

[0025] Various coloring agents can be used in such an ink for ink-jet recording. Examples of coloring agents include 
pigments, anionic dyes, and cationic dyes. Examples of pigments Include self-dispersing pigments having surface cat- 
35 ionic or anionic grot^^s. Pigments thai are not dissolved in aqueous media but are stably dispersed in aqueous media 
by the effects of water-solut)le cationk; polymeric compounds or water-solut)le anionic polymeric compounds, can also 
be used as the coloring agents of the present invention in combination wrth the water-soluble polymeric oompourxls. By 
selecting the coloring agent, either a black ink or a color ink is prepared in the present invention. 

40 A1 . Black Ink 

[0026] Coloring agents for black ink will now be described. 

AM. Black Pigment 

45 

'Carbon BlacK as BlacK Pigment 

(a) Cationic Seif-PispOTing PlacK Pigment 

so [0027] A cationic self-dispersing black pigment may be a black pigment having cattonic groups or may be a dispersion 
of a black pigment in a water-soluble polymer having cationic groups. In the latter case, the cationic water-soluble pol- 
ymer functions as a dispersant fbr the black pigment particles and reacts with an anionic dye or dispersant in an aque- 
ous color ink. Such reactran can suppress color bleeding in multicolor printing caused by mutual diffusion between 
adjacent dots. 

S5 [0028] In the cationic self-dispersing black pigment having cationic gmups. the cationic groups are covalentty tx)nded 
to the surface of the self-dispersing black pigment so that the pigment can disperse in an ink without dispersion treat- 
ment. Examples of cationic groups include an ammonium cation, a quaternary ammonium salt of a tertiary amine, a 
pyrkJinlum cation, and a suHonlum cation. The cationic groups on the pigment surface may consist of the same type or 
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different types. The cationic seK<iispersing black pigment imparts desired characteristics to an aqueous black ink in an 
acidic or neutral pH region. 

[0029] Preferable cationic self-dispersing carbon black is prepared by a method disclosed in. for example, The 50th 
Imaging Science & Technologies" by J. E. Johonson (Cabot Co.). p. 310, and U.S. Patent No. 5,554,739 (Cabot Co.). 

5 The cationic caxban black is a surface-modified pigment having cationic groups, such as a quaternary ammonium 
[f^N]^ group, a quaternary phosphonium [R4P]* group, an N-methylpyridinium group, and an N-phenylpyridinium 
group. A carbon black pigment having a hydrochloric acid salt of a tertiary amine can also be used in the present inven- 
tion. Such a cartx)n black pigment is prepared by the same method, that is, unsaturated double bonds on the pigment 
are allowed to react with a compound which has a tertiary amino group at one end and an aromatic diazonium salt at 

10 the other end so that atomic groups having tertiary nitrogen atoms are bonded to the pigment surface, and the salt is 
neutralized with hydrochtoric acid. Another method for preparing a cationic carbon black pigment is bonding of a lower 
polymer or oligomer by graft polymerizaton of an acrylic monomer having a cationic side chain onto the surface of the 
black pigment. TTie resulting cationic carbon black pigment may also be used in the present invention. 
[0030] The average particle size or diameter of the black pigment, such as carbon black, having surface cationic 

IS groups is in the range of 70 nm to 250 nm. The black pigment having surface cationic groups can effectively suppress 
mutual diffusion between a cattonk: ink containing the black pigment and an anionic ink. 

(b) Carbon Black + Water-soluble Cationic Polymeric Compound 

20 [0031 ] Additnn of a water-soluble cationic polymeric compound as a dispersant disclosed in Japanese Patent Appli- 
cation Laid-open No. 8-80G65 enables use of a general catbon black in an ink. That is. a dispersion of black pigment 
particles dispersed with a water-soluble cationic polymeric compound is also preferably used in the present inventton. 
Examples of water-soluble cationic polymeric compounds include copolymers of the following monomers; N.N-dimeth- 
ylaminoethyl methacrylate, N.N-dimetfiylaminoethyt acrylate. N.N-dimethytaminopropyl methacrylate, N.N-dimethyl- 

25 aminopropyl acrylate, N.N-dlmethylacrylamkle, N,N-dimethylmethacrylamide, N,N<iimethylaminoetfiylacrylamkie, 
N,N-dimethy1ethylmethacrylamide, N.N-dimethylaminopropylacrylamide, and N,N-dimethylaminopropylmethacryla- 
nude. The copolymer contains the monomer in an amount of 10 to 50 percent by weight. Examples of the comonomers 
in these copolymers include water-soluble monomers, such as acrylamide. acrylonitrile. and alkyi acrytates. 
[0032] The average particle size or diameter of the black pigment, such as cartx)n black, dispersed with a water-sol- 

30 ubie cationic polymeric compound is in the range of 70 nm to 250 nm. Examples of the cationic groups in the water- 
soluk}le cationic polymeric compound include an ammonium group and a quaternary ammonium salt of a tertiary amine. 
Examples of sources of counter ions to the cationic groups include acetic acid, lactic add, hydrochloric acid, sulfuric 
acid, and succinic acid. The counter ions stabilize dissociation and thus enhance dispersibility in the aqueous medium. 
[0033] TTte amount of the cationic groups imparted to the black pigment or water-soluble polymeric compound may 

35 be adequately determined as long as satisfactory dispersion in the ink and advantages of the present invention are 
achieved. 

[0034] A Ijlack pigment in an amount of 0.5 to 10 parts by weight is added to 100 parts by weight of ink. TTie pH of 
the ink is in a range of 2.5 to 8.0. A combination of a pH in the above range and a partk:le size in the above range is 
preferable to further stabilize dispersion of the ink. 

40 

(c) Anionic SeH-DispersinQ Carbon Black 

[0035] In a typical anionic self-dispersing carton black, anionic groups are covalently bonded to the surface of cartx>n 
black Examples of anionic groups include -COOM, -SO3M, -POaHM, and -PO3M2. wherein M is a hydrogen atom, an 

45 alkaline metal, an ammonium Ion, or an organic ammoni urn group. 

[0036] Negatively charged cartxm black having -COOM or -SO3M groiips directly or indirectly banded to the surf^ 
imparts superior dispersibility to ink and is thus preferably used. Examples of the alkaline metals (M) include lithium, 
sodium and potassium. Examples of organic ammonium groups include monomethylammonium to trimethylammo- 
nlum. and monomethanolammonlum to triethanolammonlum. A method for making the anionic self-dispersing carbon 

so black is oxidation of carbon black with sodium hypochlorite. By thiS method, - COONa groups are bonded to the surface 
of the carbon black. 

[0037] TTie above-mentioned hydrophillc groups may be directly bonded to the surface of carbon black. AKernatively. 
other atomic groups may intervene between the surface arvJ the hydrophillc groups to introduce indirect bonding 
between the hydrophilk; groups and the surface. Examples of the other atomic groups Include linear or branched 
55 alkylene groups having 1 to 12 catbon atoms, substituted or unsubstituted phenylene groups, and substituted or unsub- 
stituted naphthylene groups. Exanrples of the substituent groups in the substituted phenylene groups and the substi- 
tuted naphthylene groups include linear or branched alkyi groups having 1 to 6 carbon atoms. Examples of combination 
of the other atomic groups with the hydrophillc groups include - C2H4-COOM, -Ph-SOsM. and -Ph-COOM, wherein Ph 
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ts a phenylene group. 

(6) Carbon Black + Water-soluble Anionic Pdvmeric Compound 

5 [0038] In the black pigment of the present invention, a general cartxsn black may be used with a water-soluble anionic 
polymeric compound as a dispersant. Examples of water-soluble anionic polymeric compounds include polymers solu- 
ble in alkaline aqueous solution, e g., styrene-acrylk; acid copolymers, styrene-acrylic acid-alkyi acrytate copolymers, 
styrene-mateic acid oopdymers. and styrene-maleic add-acrylic acid copolymers. 

10 A1-2. Black Dye 

[0039] Black dyes are also used as black coloring agents. Since the ink in accordance with the present invention is 
cured t>y ultraviolet light on a recording medium, use of a dye having good light resistance is preferable. Examples of 
preferable black dyes include monoazo or bisazo complexes having muttivalerrt metallic ligands. such as Or, Cu, Mn, Al, 
IS Zn. and Fe, and noncomplex-type azo-black dyes, such as C.l. Direct Black 17, C.I. Direct Black 19. C.I. Direct Black 
51. C.l. Direct Black 154. C.l. Direct Black 174. and C.l. Direct Black 195. 

[0040] Black cationic dyes can also be used as coloring agents. Examples of the Uack cationic dyes include Aizen 
Cationic Black SBH. Aizen Cationic Black BXH, Aizen Cationic Black SH. Aizen Catkxiic Black ACH. Aizen Cationic 
Black MH, and Aizen Cationic Black TH made by Hodogaya Chemical Ca, Ltd.; Sumiaayl Black B. Sumiacryl Black R, 
so Sumiacryl Black AP, Sumiaayl Black BP, Sumiacryl Black CP, Sumiacryl Black PPP made by Sumitomo Chemkal Ca. 
Ltd.: and Diacryl Supra Black GSL. Diacryl Supra Black RSL. and Diacryl Supra Black ESL made by Mitsubishi Chem- 
ical Corporatkin. 

A2. Color Ink 

ss 

[0041 ] Color inks used in odor recording will now be described. 
A2-1. Aqueous Color Ink 

30 [0042] An aqueous color ink used in the present invention may be an aqueous anionic dye dissolved in an aqueous 
medium or an anionic organk; pigment dispersed in an aqueous dispersant. The aqueous color ink may be of an ultra- 
violet curable type, if necessary. Dyes or pigments which are stable against light such as ultravblet light are preferably 
used as coloring agents in an ultraviolet-curable-type aqueous color ink The dose of ultraviolet light for practical curing 
treatment is generally negligible with respect to discdoration of dyes and pigments that have typically been used. Such 

35 low energy irradiation permits use d known direct dyes, addic dyes, reactive dyes» metal conrplexes thereof, and nrul- 
tivaient metal salts thereof. 

A2-2. Color Pigment 

40 [0043] Examples of organic pigments which are used in cdor inks and have hue as process cdor are as follows: 

(A) Yellow pigments: Pigment Yellow 1 , Pigment Yellow 2. Pigment Ydlow 3, Pigment Yellow 1 2, Pigment Yellow 1 3, 
Pigment Ydlow 14, Pigment Yellow 16, Pigment Yellow 1 7, Pigment Yellow 55. Pigment Ydlow 73, Pigment Yellow 
74. Pigment Yellow 75. Pigment Ydksw 83. Pigment Ysllow 93. Pigment Ydbw 95. Pigment Ydlow 97, Pigment Yd- 

45 low 98. Pigment Ydkwv 109, Pigment Yellow 110. Pigment Yellow 114, Pigment Vtellow 128. Pigment Ydlow 138, 
Pigment Ydlow 139, Pigment Yellow 150, Pigment Yellow 151 , Pigment Ydlow 154. and Pigment Ydlow 180. 

(B) Magenta pigments: Pigment Red 5, Pigment Red 7, Pigment Red 12, Pigment Red 48(Ca}, Pigment Red 
48(Mn). Pigment Red 57:1. Pigment Red 57(Sr). Pigment Red 57:2. Pigment Red 122, Pigment Red 123, Pigment 
Red 168, Pigment Red 184, and Pigmertt Red 202. 

so (C) Cyan pigments: Pigment Blue 1 . Pigment Blue 2. Pigment Blue 3, Pigment Blue 16, Pigment Blue 22, Pigment 
Blue 60, Pigment Blue 15:2. Pigment Blue 15:3. Vat Blue 4, and Vat Blue 60. 

A2-3. Anionic Color Dye 

55 [0044] Although dyes are generally inferior to pigments in light resistance, dyes can be practically used by optimizing 
the wavelength and intensity of light for curing so that discoloration is reduced as ntuch as possible. Dyes to be used 
are determined depending on the application. Examples of anionic coksr dyes are as follows. 
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(A) Yellow dyes: Acid Yellow 1 1 , Add Yellow 17, Acid Yellow 23, Acid Yellow 25, Acid Yellow 29. Add Yellow 42. Acid 
Yellow 49, Acid Yellow 61, Acid Yellow 71. Direct Yellow 12, Direct Yellow 24, Direct Yellow 26. Direct Yellow 44. 
Direct Yellow 86. Direct Yellow 87, Direct Yellow 98. Direct Yellow 100. Direct Yellow 130. Direct Yellow 132. Direct 
Yellow 1 42, and dyes represented by the following formulae (34) and (35): 




(34) 



wherein R = H or CH3, X = H, OH or CH3, and n = 1 or 2; 



R R 

<^N=N^NHH& y}"^^N=N-0 (3S) 

(COOH)n X NH-L-HN x (COOH)„ 

wherein R = H or CH3, X = H. OH or CH3. -L- = -CH2CH2-, 

. . -CH,-^CH,- or -CH,-^ 



and n a 1 or 2. 

(B) Magenta dyes: Acid Red 1 , Acid Red 6. Add Red 8. Add Red 32, Add Red 35, Acid Red 37, Add Red 51 , Acid 
Red 52. Add bed 80, Acid Red 85, Add Red 87. Add Red 92, Acid Red 94, Add Red 115. Acid Red 180, Acid Red 
254, Add Red 256. Acid Red 289. Add Red 315, Acid Red 317. Direct Red 1. Dired Red 4. Direct Red 13. Direct 
Red 17. Direct Red 23. Direct Red 28. Direct Red 31. Direct Red 62. Direct Red 79. Direct Red 81, Direct Red 83. 
Direct Red 89, Direct Red 227. Direct Red 240. Direct Red 242. Direct Red 243 and dyes represented by the fol- 
lowing formulae (36) to (38): 

SO^Na OH 
NaOaS-'^^-^'^-^SOsNa 



R R 




wherein R = H. OH or CH3, -L- = -CHgCHg-. 
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-CH,-^CH2- or -CH,-^ 




and n = 1 or 2; 




R 



.(COOH)n 



(38) 



wherein R s OH or CH3. and n s 1 or 2. 

(C) Cyan dyes: Add Blue 9, Add Blue 22. Add Blue 40. Add Blue 59. Acid Blue 93. Add Blue 102. Acid Blue 104. 
Acid Blue 1 13, Acid Blue 1 17, Acid Blue 120. Acid Blue 167. Add Blue 229. Add Blue 234. Acid Blue 254. Direct 
Blue 6, Direct Blue 22, Direct Blue 25. Direct Blue 71 , Direct Blue 78, Direct Blue 86. Direct Blue 90, Direct Blue 
106, Direct Blue 199. and dyes represented by the following compounds (39) and (40): 




X 



CuPcCSOaH), 



SOjNH-L-N 



(39) 



(COOH)„ 



wherein x + y » 3 or 4 , X « H. NHg or CH3, R » H or CH2, -L- = -CHsCHs-. 



andn B 1 or2; 
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5 




(40) 



wherein x -i- y » 3 or 4 . 
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[0045] In addition to these known coloring agents, newly developed compounds can also be used in the present 
invention without limitation, as long as the compounds satisfy hue, light resistance, and solut)ility requirements. 

A2-4. Cadonic Color Dye 



[0046] Cationic dyes generally have clear hue and good coloring characteristics, although they are slightly interior to 
pigments in light resistance. Thus, these dyes can also be used in the present invention by selecting the type of light 
and by optimizing the in-adiation time. Cationic dyes have basic structures, such as cyanine. azo, azomethine. xan- 
thene, triphenylmethane, methine, polymethine. and phthalocyanine. Examples of cationic color dyes include C.I. Basic 

20 Yellow 1 . C.I, Basic Yellow 11 . C.I. Basic Yellow 13. C.I. Basic Yellow 19, C.I, Basic Yellow 21. C.I. Basic Yellow 25. C.I. 
Basic Yellow 33. CI. Basic Yellow 36. C.I, Basic Red 1. C.I. Basic Red 2. C.I. Basic Red 9. C.I. Basic Red 12. C.i. Basic 
Red 13. CI. Basic Red 38. CI. Basic Red 39. CI. Basic Red 92. CI. Basic Blue 1 , CI. Basic Blue 3, CI. Basic Blue 5, 
CI. Basic Blue 9. CI. Basic Blue 19. C.I. Basic Blue 24, CI. Basic Blue 25. CI. Basic Blue 26, CI. Basic Blue 28, CI. 
Basic Blue 45. C.I. Basic Blue 54, and CI. Basic Blue 65. Various combinations of these cationic Gdor dyes may pro- 

25 duce a cationic black dye. 

B. Polymerizable Oligomer 

[0047] As desaibed above, preferable polymerizable oligonners have two or more aayloyi groups in each molecule 
30 and have a solubility in water of 10 percent by weight or more. The polymerizable oligomer, which is generally present 
in a Iquid state, has fundamental characteristics, such as being hydrophilic, highly hygroscopic, and nonvolatile, as a 
solvent component in an aqueous ink-jet ink. The most inportant property of the polymerizable oligomer is rapkl polym- 
erization by ultravtolet ray in-adiation after printing. The oligomer is solidified by polymerization to fix the coloring agent 
on a recording medium such as paper. The rapid polymerizatran can effectively prevent undesirable mixing with other 
35 color inks and contamination of the output recording medium; hence, the printing rate can be increased. 

[0048] Examples of polymerizable oligomers used in the present invention include acrylic or methacrylic esters of mul- 
tivalent alcohols and acrylic or methacrylic esters of glyadyl ethers derived from the multivalent akxjhols. The multiva- 
lent alcohols may be chain-extended by addrtk)n of ethylene oxide. These aqueous nonionic polymerizable oligomers 
(not having dissociating groups) can be used for preparation of both cationic inks and ank)nk; inks. 
40 [0049] Examples of the nonionic oligomers are represented by the folk>wing formulae (2) to (5): 



IS 



45 



SO 



55 
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Nonlonlc Oligomer X 



OH 
I 

CH,-0CHaCHCH2-0C0CH-=CHj 



(3) 



CH-OH 

OH 
I 

CH2-OCH,CHCHa-<K:0CH'=CH, 
Nonlonlc Oligomer 2 

OH 
I 

CHj-O-CHaCHjO-CHjCHCHj-OCOCH-CHj 

I OH 
I 1 
CH-O-CHjCHjO-CHjCHCHj-OCOCH-CHj 

I OH 
CHj-O-CHjCHjO-CHaCHCHj-OCOCH-CHa 

Nonlonlc Oligomer 3 

CHjO-CHjCHCHj-OCOCH-CHj 
I OH 

CHO-CHjCHCHj-OCOCH-CHa ^ * ' 

11 

I OH 

CHtO-CHjCHCHj-OCOCH-CH, 
OH 

Nonlonlc Oligomer 4 
OH 

CHj-CH-OCO-CHj-CH-CHj-O-f-CHjCHaO-J-CHj-CH-CHj-OCO-CH-CHj 

OH 



[0050] The solubilit/ in water of each nonionic oligomer is shown in the foliowing table. 





Solubility in Water (%) 


Monionic Oligonfier 1 


>20 


Nonionic Oligomer 2 


>20 


Nonionic Oligomer 3 


15 
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(continued) 





Solubility in Water (%) 


Nonionic Oligomer 4 


>20 



[0051 ] In additicn to these polymerizable oligomers, nonionic acrylic esters which are derived from pdyhydroxyl com- 
pounds and have two or more acryloyl groups in each molecule are also used in the present invention. Examples of the 
polytiydroxyl compound include condensation products of glycols, oligoethers, and oligoesters. 
[0052] Further examples of preferable nonionic water-soluble polymerizaWe oligomers Include acrylic or methacryiic 
esters of polyols having at least two hydroxy! groups, such as monosaccaride and disacchartde; and acrylic or meth- 
acryiic esters of trielhanolamlne, diethanolamine. trishydraxyaminomethane or trishydroxyamlnoelhane. These oligom- 
ers also have fundamental characteristics essential for aqueous ink in accordance with the present invention. 
[0053] A preferable aqueous cationic polymerizable oligomer has a basic stnjcture selected from the above-men- 
tioned nonionic oligomers and has at least one type of cationic group. An aqueous solvent in an aqueous Ink may be 
partly or completely replaced with the cattonic polymerizable oligomer to reduce or eliminate the solvent in the ink. The 
cationic poiymerizable oligomer further enhances cationic characteristics of an aqueous b\ack ink, and thus effectively 
prevents color mixing when the black ink comes into contact with an anionic ink during printing. 
[0054] Further examples of basic structures of polymerizable oligomers having cationiG groups are represented by 
the following fomiulae (6) to (17): 



Basic Structure 1 



Basic Structure 2 



CHj«C(X)COO^ 

R-N-CH3 CI 

CHj-COOCOQ/ I 

CH3 



(6) 



CHi-C(X)COO^ CHjCH, 

R-N-CHjCH, 
CH,.C(X)COO/ 



cr 

(7) 



Basic Structure 3 



Basic Structure 4 



cr 



(8) 



CH,-C(X)COO^ CHjOH 

R-N-H 
CH,-C(X)COO/ 1^^^^ 

Basic Structure 5 

CH,«C(X)COO>^ CHjCHjOH 

R-N-CH2CH2OH CI 
CH.-C(X)CX)0/ 



CHj-C(X)COO^ CHjCHjOH 

R-N-H 
CH,-CCX)COO/ 1^^^^^^^ 



Basic Structure 6 



ci- 



(9) 



(10) 



CH2-C(X)C00>^ /CHa 

R-N H*A- 
CH,»C(X)COO'^ ^CHa . (11) 
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Basic Structure 7 



Basic Structure 8 



R-N 



H*A- 



CH,=C(X)COO/ ^CHjCH, ^^2) 



CH2«C(X)C00>^ 

R-N-CHiCH,OH H*A" 
CHj^COOCOQ/ ^ (13) 



Basic Structure 9 



Basic Structure 10 



CHj-C(X)COO^^ 

R-N-CH,OH H*A 
CH,-C(X)COO/ ^ 



(14) 



CH2=C(X)COO^ CHjCHjOH 

R-N H*A" 
CH2-C(X)C00/ cHjCHaOH (15) 



Basic Structure 11 



Basic Structure 12 



CHj"C(X)COO 



CHjCHjOH 



\ . 1 
R-P-H 



CH2=C(X)C00/ I 



CHjCHjOH 



(16) 



CHj-C(X)COO 
CHa-COOCOO 



VtQ so; 



(17) 



wherein R is a polyol moiety, X is hydrogen or CH3, and A' is CI'. HSOa" or CH3COO*. 

[0055] These polymerizable oligomers also have a solubility in water of 10% or more. Examples of polyol sources 

inclLXie glycerin, 1,2,4-butanetriol. 1.2,5*pentanetrjol, 1.2.6-he)canetriol. trimethylolpropane, trimethylolmethane, tri- 

methylolethane. pentaerythritol, btsphenol A, alicydic bisphenoi A, and condensation products thereof. 

[0056] Examples of polymerizable oligomers having cationic groups are represented by the following formulae (1 8) to 

(28): 

Cationic Oligomer 1 



OH CH3 CH3 
•CH,-0 -\^)- C -^H^0-CH,--CH-CH2--N*-CHjCH,--0-C-C-CHj 



CH3 



1 

CH, 



CH, 



OH CH, 

I J I 

>-CH-CH,-N"CH2CH,K)-C-OCH, 

CHj O 



CH, 



11 
O 



2a' 



(18) 



wherein 



0 



represents cyclohexane; 
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Catlonlc Oligomer 2 




OH CH3 
I I 
O-CHj-CH-CHj-N^-CHzCH, 

CH3 

CH, 



LcH-CHj-N-CHjCHj-O-C-O^CH, 201" 



Catlonlc Oligomer 3 

OH CH2CH2OH 
I J 

CHj-OCHjCHCHj-N-CHjCHjOH CI* 
I OH CHaCHjOH 

CH-OCHjCHCHj-CHjOCO-CH-CHa 

I ?« 

CHa-OCHjCHCHj-CHjOCO-CH-CHj ( 20 ) 



CH3 



II 
O 
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Catlonlc Oligomer 4 



0-COCH=CHj 



I 

I ' 
HO-CH 
I 

CHj 
I 

O 

CHjCHaOH CHj OH CHjCHa 

H,CH,C-N— CHjCH-CHjOCHj-C-CHaOCHj-CHCHa-^N-CHiCHa 
CHjCH^ CHj CH2CH3 

or 0 or 

I 

HO-CH 
I 

O-COCH-CHj ^^^^ 



Catlonlc Oligomer 5 



OH 

CHjCHCHj-CHaOCO-CH-CHj 
CH2O OH CHjCH-OH 
CHjCHj-C-CHjOCHjCHCHj-'N-H CH3COO- 
CHjO CH2CH2OH 

CHjCHCH j-CHjOCO-CH^CHj (22) 
OH 



Catlonlc Oligomer 6 

OH 

I 

CH2CHCH2-CHjOCO-CH=CH2 

CH2O OH CH0CH2OH 

CHaCHj-C-CHjOCHjCHCHi-'N-H S04^" 

CH2O CH2CH2OH 
1 

CHjCHCHj-CHjOCO-CH-CH, ^ 23 ) 

OH 
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Cationic Oligomer 7 



CHj-OCHjCHCHjOCHjCHCHaO-CHjCHCHjOCHjCHCHjO-CH, 



I 

OH 



HO-CH 
I 

H-TN-CHjCHjOH 
CHjCHjOH 

cr 



I 

0 
1 

HO-CH 
I 

CH. 
I ' 



! 

OH 



O-C-CH-CH, 
II 
O 



I 

O 

( 

HO-CH 
I 



I 

HO^CH CHjCHjOH 
I I 

CHj-^N-H cr 
CHsCHsOH 



O-C-CH-CH2 
II 
O 



(24) 



Catlonlc Oligomer 8 



OH 
I 



CHjCHjOH 



O - [CHjCHjOln-CHjCHCHj-O-CHj-nra 

CH2 OH CHaCHjOH 

\ I 

CH-0-[CH,CH20]m -CHaCHCHj-O-CO-CH-CHj 
CHj 

©-[CHjCHjOlk -CH^CHCHj-O-CO-CH^CHa 
OH 



2- 



SO4' 



(25) 



wherein n-i-m-i-k=15; 



Catlonlc Oligomer 9 
OH 



CHj-OCHjCHCHj-OCO-^^jV^N^ Cr 

I OH ^ — ^ ^ 

CH-OCHjCHCHj-OCO-CH-CHj 
I OH 

CHj-OCHjCHCHj-OCO-CH^CHj ( 26 ) 
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Catlonic Oligomer 10 
OH 



CHj-OCHjCHCHj-OCO ^^^^3"*^^^^ ^^c" 
I OH ^ — ^ — ^ 



CH-OCHjCHCHa-OCO-CH-CHa 



CH2-OCH2CHCH2-OCO-CH-CH2 (27) 



Catlonic Oligomer 11 

OH 
I 

CH20-CH2CHCH2-0(X)CH-CHa 

CH3-CH2-C-CH,O-CH2CHCH,-'0C0CH«CH2 

CH2O OH 
I 

CHj 

HO-CH 
I 

OH, 



01-0 30 

6 



(28) 



[0057] The above polymerizable oligomers having high polymerization rates show good adhesiveness on recording 
media and good miscibility in ink. and achieve good transparency in the image without causing a change in hue. Polym- 
erizable oligomers having cationic groups show better solubility in water due to enhanced hygroscopic properties. Since 
the cationic oligomers react with nonionic dyes or dispersants in aqueous color inks to lorm salts or to coagulate, they 
can effectively suppress color bleeding and can be rapidly bonded to recording media. Accordingly, use of the polym- 
erizable oligomers achieves satisfactory printing. 

[0058] These polymerizable oligomers can be used in aqueous black inks and aqueous color inks. Examples of other 
polymerizable oligomers preferably used in color inks also include acrylates, such as DENACX)L (trade name, manu- 
factured by Nagase Chemical Ltd.). and acrylic esters of water-soluble epoxy resins, such as DENACOL EX 512 and 
DENACOL DA931. 

[0059] The polymerizable oligomer is added in an amount of 1 to 30 parts by weight to 100 parts by weight of ink. 
regardless of the type of the coloring agent, that Is. a pigment or a dye. and the type of the ink that is. a cationic ink or 
an anions ink. A preferable amount of the polymerizalDle oligomer is in a range of 5 to 20 parts by weight, although the 
amount is determined in view of the amount of the coloring agent, and viscosity of the polymerizable oltgonrters. The 
preferable range further improves adhesiveness of the coloring agent on a recording medium, water resistance of the 
printed image, transparency of the polymer itself, curing characteristics during polymerization, presentation stability of 
the ink, and physical properties of the cured ink. 

[0060] A water-soluble cationic polymerizable oligomer having at least two acryloyi groups, whk:h Is used with a black 
cationic pgment dispersion to produce a black ink. has a high solubility in water of 1 0 percent by weight or more, and 
has high moisture retention since it has a cationic group. 

C, Photopolymerizalion Initiator 

[0061 ] The photopolymerization initiator in accordance with the present invention has a solubility in water of 3 percent 
by weight or more, and initiates polymerization of a polymerizable oligomer contained in an ink to fomfi a polymer con- 
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taining a coloring agent, such as a black pigment, as an inclusion so that the coloring agent is fixed to a recording 
medium. 

[0062] Any type of photopolymerization initiator can be used without limitation in the present invention, as long as the 
initiators form radicals by light inadiation, have a solubility in water of 3 percent or more, and do not react with other 
5 components in the ink. such as the coloring agent 

C1. Nonionic Photopolymerization Initiator 

[0063] Nonionic photopolymerization initiators can be used in inks containing anionic dyes or cationic dyes, inks con- 
10 taining pigment coloring agents dispersed in anionic or cationic dispersarrts. and inks containing self -dispersing carbon 
black as a coloring agent having surface anionic or cationic groups. A nonionic photopolymerization initiator having a 
solubility in water of 3 percent or more may be selected from known nonionic photopolymerization initiators or may be 
prepared by modifying a known initiator to improve its solubility Examples of such nonionic photopolymerization initia- 
tors include compounds having hydroxyl groups, e.g., 1-hydroxycyclohexyl phenyl ketone (trade name: Irpacure 184. 
IS made by Oba Specialty Co.), 2-hydroxy-2-metiiyl-l-phenyl-propan-1 -one (trade name: Darocur 1 1 73. made by Ciba 
Specialty Ca). and 4-(2-hydroxyethyaxy)-phenyl-(2-hydroxy-2-methylpropyl) ketone (trade name: Irgacure 2959. made 
by Ciba Specialty Co.); andi mocfified compounds tiiereof that were modified to improve solubility in water. An ethylene- 
oxide-added compound which is prepared by modification of Irgacure 2959 and is represented by Une folkwing formula 
(1) has a solubility in water of 3 percent or more, and substantially 20 percent or more, and is highly soluble in an aque- 
20 ous 50%^ycerin solution: hence, this photopolymerization initiator is preferably used in the present invention: 



30 wherein n is an integer of 1 or more, m is an integer of 0 or more, the sum of n and m is in a range of 1 to 8. and n is in 
a range of 1 to 8 when m is zero. 

[0064] When n is zero, the resulting initiator does not have sufficient solubility in water. When the sum (x) of n and m 
is 1 and when n is 1 and m is zero, the ink does not have satisfactory preservation stability or satisfactory discharging 
characteristics in practical use. regardless of increased solubility. When ttie sum is 9 or more, the resulting photopdy- 
35 merization initiator has a large molecular size and causes economical disadvantages due to an increase in the content 
in ink. although the activrty of the initiator does not decrease. 

[0065] A structure which is essential for radical cleavage for ultravwiet curing is an atomk; group having a hydroxyl 
group or an atomic group equivalent to the hydroxyl group at the a-position. Between the following processes, the sec- 
ond process is preferable, because it is difficult to control the number of "m" and "n" in the first process. It is clarified in 
40 the present inventton tiiat substitution of the a-hydroxyl group by an ether does not inhibit radical formation, as shown 
in the above formulae. Addition of ethylene oxide in an amount 143 to eight equivalents is reasonable in practice. The 
photopolymerization initiator represented by the formula (1) does not have an ionizing group, and is preferably used 
together with a water-soluble anionic dye or an aqueous pigment dispersion. 
[0066] This compound is prepared by the following processes. 



HO-E-CHjCHj-Oj-^CHa-CHjO 




(1) 



45 



1 . First Process (Addition of Ethylene Glycol Group) 



S6 



SO 



HO-CH-CHjO 




HO-f-CHaCHaO^^CHjCHjO-^^-C 



CH3 

C-O-tCHaCHaOi-H 
CH, 



wherein x b n •»• m ; 
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2. Second Process (Addition of Hydroxy! Group) 



O CH3 

HO CHaCHaO^CHjCHjO-^^- C-C- CI 

CH3 

O CH3 

> HO-f-CH^CH^O-J^-CHaCHjO-^^-C-C-OH 



CH. 



[0067] Examples of photopolymerization initiators are represented by tlie following formulae (29) to (33): 
Photopolymerizatlon Initiator 1 

O CH3 

HO-CHjCHj-O-CHjCHjO-^^-C-C-OH { 29 ) 

CH3 

Photopolymerizatlon Initiator 2 

O CH3 

HO+CHjCHjO^H^CHjO-^^^C-C-OH ( 30 ) 

CH3 
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Photopolymerlzatlon Initiator 3 



O CH3 



HO-CHjCHj-O-CHjCHa-O -^^-C-C-O-CH^CHj-OH ( 31 ) 

CH. 



Photopolymerlzatlon Initiator 4 

O CH3 



HO-tCH,CHj-0 ^OTj-^IKj-O-^^C-C-O-f-CHaCHjO-Jj-H 

CH, 



(32) 



Photopolymerlzatlon Initiator 5 



O CH3 



HO-f-CHjCHj-O ^CHa-CHj-O-^^-C-C-O-f-CHjCHjO^H ( 33 ) 

CH, 



[0068] The following table ehowe the eolubility of each compound. 





Solubility in Water 


Solubility In WaterASlycerin 
(50:50) 


Compound 29 


4% 


>10% 


Compound 30 


>10% 


>20% 


Compound 31 


>20% 


>20% 


Connpound32 


>20% 


>20% 


Compound 33 


>20% 


>20% 



[0069] A water-soluble solvent, wliich can dissolve the above-mentioned compounds and is miscible with water, may 
be used as a medium of an aqueous Ink. Exanrples of water-soluble solvents include benzoin ethers, e.g., benzoin 
methyl ether, benzoin ethyl ether, and benzoin isopropyl ether; acryloxime esters: dialkoxyacetophenones. e.g.. p- 
dimethylaminoacetophenone and 2,2-diethoxyacetophenone: chloroacetophenones, ag.. 2-ch)orothioxanthone; ben- 
zytketals, e.g.. benzyldimethylketal; benzophenone; and mixtures thereof with hydrogen-donating aryl amines. 
[0070] The above-mentioned Irgacure 184 and Darocur 1 173. each having one hydraxyl group per molecule, may 
have two to ten ethylene oxide chains in each molecule. Such initiators further inrprove solubility in water. 

C2. Cationic Photopolymerization Initiator 

[0071 ] When the ink contains a coloring agent, such as a cationic dye, a pigment dispersed in a cationic dispersant, 
or a setf-dispersing carbon black having surface catk)nic groups, a cationic photopolymerization initiator can also be 
used, as well as the atxsve nonionic photopolymerization initiator. When a cationic pigment a dye having a solubility in 
water of 3% or more is used, a cationic photopolymerization initiator having a solubility in water of 30% or more can be 
used. Examples of such a compound are represented by the following formulae: 
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(1) 4-benzoyl-N,N,N-1rimethylben2en methane ammonium chloride 



O 




(2) 2-hydrQxy-3-(4-benzoyl-phenoxy)-N,N,N-trimethyt-1 -propane ammonium chloride 




(3) 4*benzoyl-N,N-dlmethyl N-[2-(1-oxo-2-propenyioxy)ethyl]benzene methane ammonium chloride 



O 
II 



OCHjCHCH2N(CH3), 




cr 



CH, 



[0072] Other hydrophilic polymerization catalysts preferably used in the present invention are disclosed by Manfred 
Kohler (Ciba Specialty Co.) in European Coatings Journal, 12/97, pp. 1 118-1 120, "A versatile a-hydroxyketone photoin- 
itiator" 

[0073] The content of the photopolymerization initiator in the Ink for achieving a satisfactory curing rate is in the range 
of 0.3 to 10 parts by weight, and is preferably 1 to 5 parts by weight, with respect to 100 parts by weight of the ink. 



[0074] An aqueous solvent is used in an aqueous black or color ink. The aqueous solvent may contain a water-soluble 
organic solvent, if necessary. Examples of water-soWe organic solvents include ethylene glycol, diethylene glycol, tri* 
ethylene glycol, tripropylene glycol, glycerin, 1 ,2.4-butanetrial, 1,2,6-hexanetriol, 1,2.5-pentanetriol. .1,2-butanediol, 
1.3-butanediol. 1,4-butan6diol. dimethyl sulfoxide, diacetone alcohol, glycerin monoallyl ether, propylene glycol, buty- 
lene glycol, polyethylene glycol 300, tNodiglycol. N-methyl-2-pyrrolldone. 2-pyrrolidone. y-butyroiactone, 1.3-dimethyl- 
2-imidazolididone, sulfolane. trimethytolpropane, trimethylolethane, neopentyl glycol, ethylene glycol monomethyl 
ether, ethylene glycol monoethyt ether, ethylene glycol monoisopropyl ether, ethylene glycol monoallyl ether, diethylene 
glycol monomethyl ether, diethylene glycol monoethyl ether, trlett^ne glycol monomethyl ether, triethylene glycol 
monoethyl ether, propylene glycol monomethyl ether, dipropylene glycol monomethyl ether, p-dihydroxyethylurea, urea, 
acetonylacetone. pentaerythrltol. and 1 .3-cyclohexanedk)l. These solvents may be used in combination. 
[0075] Further examples of solvents include hexylene glycol, ethylene glycol monopropyl ether, ethylene glycol 
monobutyl ether, ethylene glycol monoisobutyl ether, ethylene glycol monophenyl ether, diethylene glycol diethyl ether, 
diethylene glycol monobutyl ether, diethylene glycol monoisobutyl ether, triethylene glycol monobutyl ether, triethylene 
glycol dimethyl ether, triethylene glycol diethyl ether, tetraethylene glycol dimethyl ether, tetraethylene glycol diethyl 
ether, propylene glycol monobutyl etfier, dipropylene glycol monomethyl ether, dipropylene glycol monopropyl ether, 
dipropylene glycol monobutyl ether, tripropylene glycol monomethyl ether, glycerin monoacetate. glycerin diacetate, 
g^cerin triacetate, ethylene glycol monometfiyl acetate, diethylene glycol monomethyl ether acetate, cyclohexanol, 1 .2- 



D. Solvent 
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cydohexanediol. l-butanol, 3-methy1-1 ,5-pentanediol, 3-hexene-2.5-diol, 2,3-butanediot. 1.5-pentanediol, 2,4-pentane- 
diol, and 2,5-hexanediot. Monovalent alcohols may be used in oonrijination to adjust penetrability and wettability. Exam- 
ples of the monovalent aloohol include ethanol. 1 -propanoic 2-propanol. l-methQxy-2-propanol, furfuryl alcohol, and 
tetrahydroluran. 

5 [0076] The aqueous solvents may be added in a total amount of 5 to 40 percent by weight of the ink. 

[0077] In the aqueous ink in accordance wHh the present invention, the polymerizable oligomer functions not only as 
an inhibitor of water evaporation, but also as a solvent, thus, when the Ink contains a high content of the oligomer, it is 
preferable to avokt using the aforementioned water-solut)le organic solvent. 

10 E. Ink Formulation 

[0078] The content of each component in the ink will now be described. The dye content in the ink is in the range of 
0.5 to 7.0 percent by weight. The pigment content in the ink is in the range of 0.5 to 10 percent by weight. In recent 
years, inks having low coloring agent contents, that is. thin inks, have been frequently used to enhance reproducibility 
IS of half-tone images. In such a case, the dye or pigment content may be in the range of 0. 1 to 1 .0 percent by weight. 

Method for Making Ink 

[0079] In the production of ink, raw materials may be mixed in any order. Preferably, mixing of the above ingredients 
20 is performed rapidly so that a nonhomogeneous state does not continue tor a long time. When a pigment dispersion is 
used, vigorous agitation is preferable to achieve a homogeneous mixing state. 

Ink Characteristics 

2s [0080] The ink in accordance with the present Invention is preferably used in a recording method which discharges 
ink droplets by applying mechanical energy to the inK and a recoiding method which dischaiges ink droplets by bub- 
bling of the ink by applying thermal energy to the ink. When the ink is used in ink-jet recording, it is preferable that the 
ink have precise discharging characteristics from an ink-jet head. In order to produce a high-quality image on a record- 
ing medium, it is preferable that the ink characteristics be adjusted to maintain a dotted shape having a desired size on 

30 the recording medium. In view of discharging characteristics from the ink-jet head and ink behavior immediately after 
discharge onto a recording medium, the ink preferably has a viscosity of 1 to 15 cps. and a surface tension of 25 
dyne/cm or more. More preferably, the ink has a viscosity of 1 to 5 cps, and a surface tension of 25 to 50 dyne/cm. 
[0081 ] As the most noticeable feature in the present invention, highly water-soluble materials, such as a polymerizable 
oligomer and a photopolymerization initiator, are used. Since an organk; solvent for dissolving the oligomer and the ini- 

35 tiator is not added to the ink. the ink has superior ink-jet characteristics regardless of addition of the oligomer and the 
initiator. 

Ink Set (Combination of Anionic Ink and Cationic Ink) 

40 [0082] When a black ink and a color ink are used in combination as a set of inks to form a multicotor image, it is pref- 
erable that the black ink arxi the color ink have polarities opposite to each other. At the boundary of the tslack ink and 
the color ink on a recording medium, the anionic component and the catk^nic component react with each other before 
photocuring of the inks. Thus, bleeding between the uncured inks can be effectively prevented by the synergism of the 
photocuring and the ksnic reaction. 

45 

Printer System 

[0083] With reference to Fig. 1 , a printer system which is preferably used in the present invention includes a conven- 
tksnal ink-jet printing mechanism 2 and a light exposure unit 5 such as an ultraviolet exposure unit The ultraviolet expo- 

so sure unit 5 irradiates the printed face of recording paper 4 which is introduced from a feeder 3 and expelled from a 
printing station 1 . The best timing of the in-adiation is in a state in which the ink components are uniform before the ink 
completely penetrates into the recording paper. Practical printing operations, however, are performed using various 
types of recording paper having different penetration characteristics. Thus, it is preferable that the ultraviolet lamp puts 
near the print head as dose as possible. A preferable ultraviolet lamp is a low-pressure mercury lamp having a vapor 

55 pressure of mercury of 1 to 10 Pa when turned on. or a lamp in whk^ are gas is sealed. The emission spectra in an 
ultraviolet region of the ksw-pressure mercury lamp have a maximum in the range of 184 nm to 450 nm which is suitable 
for effective polymerization of the components in the black and color inks. Furthermore, this lamp can worit by a com- 
pact electrical power source. Examples of other ultraviolet lanps used in the present invention include a metal halide 
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lamp^ a high-pressure mercury lamp, an ultrahrgh-pressure mercury lamp, a lamp in which are-earth element is useda 
xenon flash lamp, and a deep UV lamp. These lamps also have substantially the same emission spectra. The intensity 
of the ultraviolet light is preferably in the region of 10 to 50 W/cm^ to control the polymerization rate within a desired 
range, although it can be selected in response to the sensitivity of the photopotymerization initiator. If the intensity is too 
5 low, the ink on the recording paper does not have sufficient bonding force, and in particular, the color ink does not have 
sufficient water resistance. Curing of the ink on the recording paper by ultraviolet light having an optimized intensity 
imparts satistactory fixing characteristics, high smear resistance, and high water resistance to the ink. Furthermore, the 
curing suppresses curling and cocMing of the recording paper, and thus facilitates handling and preservation of the 
paper. 

10 

Ink-Jet Recording Apparatus 

[0084] Fig. 2 is a longitudinal cross-sectional view of a head of an ink-jet recording apparatus whk:h is used in the 
printer system shown in Fig. 1, and Rg. 3 is a cross^ectionat view taken along line I II- III in Rg. 2. A head 13 is formed 

IS by bonding a plate provided with channels or nozzles for conducting ink to a heating element 1 5. The plate may be com- 
posed of glass, ceramic, silicon, or plastic. The heating element 15 includes a protective layer 16 composed of silicon 
dioxide, silicon nitride, or silicon carbide, electrodes 1 7a and 1 7b composed of aluminum, gold, or an aluminum-copper 
alloy, a thenmistor layer 18 composed of a high-melting point material such as HfBa. TaN. or TaAl, a heat accumulating 
layer 19 composed of themrially oxidized silicon or aluminum oxide, and a substrate 20 composed of a material having 

20 high heat dissipating characteristics, such as silicon, aluminum, or aluminum nitride. 

[0085] When an electrical pulse signal is applied between the electrodes 17a and 17b, the region n of the heating 
element 15 is rapidly heated. A bubble forms in the ink 21 which comee into contact with the region n in the nozzle 14 
and causes expansion of the ink The meniscus 23 is thereby protruded and the ink is discharged as droplets 24 
through a discharging orifice 22 towards a recording medium 25. 

2S [0086] Rg. 4 is an outline view of a muHihead which consists da pluralrty of heads, as shown in F^^ 

is fomned by bonding a glass plate 27 having a plurality of nozzles 26 and a thermistDr layer 28 similar to that in Rg. 2. 
[0067] Rg. 5 is an isometric outline view of an ink-jet recording apparatus provided with one of the above heeds. One 
end of a wiping blade 61 is supported by a blade-supporting member like a cantilever, at a home posrtk>n adjacent to 
the recording region by a recording head 65. In this emtxxfiment, the blade 61 is protruded from the path of movement 

30 of the recording head 65. The recording head 65 is provided with a cap 62 which moves in the direction perpendicular 
to the moving direction of the recording head 65 and comes into contact with the ink-discharging face. An ink absorber 
63 is provided adjacent to the blade 61 and is protruded from the path of movement of the recording head 65. The blade 
61 . the cap 62, and the ink absoiber 63 constitute a discharge recovery sectton 64 which removes Ik^ukls and dust from 
the ink-discfiarging face. 

S5 [0068] The recording head 65 discharges ink on a recording medium facing the ink-discharging face by thermal 
energy applied to the recording head 65. The recording head 65 is loaded on a carriage 66. The carriage 66 is sup- 
ported by a guide axis 67 so as to slide along the guide axis 67. and is connected to a belt 69 driven by a nrrotor 68 (the 
connection is not sfiown in the drawing). Thus, the recording head 65 can move between the recording region and the 
vicinity thereof. 

40 [0089] A recording medium is fed from a feeding section 51 so as to face the ink-discharging face of the recording 
head 65 by a feeding roller 52. and expelled to an expelling section by expelling rollers 53 driven by a motor (not shown 
in the drawing) after recording. When the recording head 65 returns to the home position after completion of recording, 
the cap 62 of the discharge recovery section 64 is withdrawn from the path of movement of the recording head 65 
whereas the blade 61 is protruded from the path of movement to wipe the ink-discharging face of the recording head 

45 65. Then, the cap 62 moves towards the path of movement to cover the ink-drscfiarging face of the recoftling head 65. 
When the recording head 65 shifts from the home position, the cap 62 is withdrawn from the path of movement whereas 
the blade 61 is protruded from the path of movement Thus, the blade 61 wipes the ink-discharging face of the recording 
head 65 again. 

[0090] The recording head 65 preferably returns to the home position for wiping in a given time interval during the 
50 recording operation, in additton to the discharge recovery operatton and the completion of the recording operation. 

Ink Cartridge 

[0091 ] Fig. 6 is a longitudinal cross-sectional view of an embodiment of an ink cartrkige 45. The ink cartrMge 45 has 
55 an ink resen/oir 40. such as an ink bag, and the end of the ink reservoir 40 is capped with a rubber stopper 42. A needle 
(not shown in the drawing) is inserted in the stopper 42 when the ink in the ink bag 40 is fed to the recording head. 
Waste ink in the ink cartridge 45 is absorbed by an ink absorber 44. Preferably, the face of the ink reservoir 40 in contact 
with the ink is fbmied of polyethylene. 
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Recoiding Unit 

[0092] In the ink-jet recording apparatus used in the present invention, the head and the ink cartridge may be sepa- 
rated from each other, as described above, or may be integrated, as shown in Fig. 7. With reference to Rg. 7. a record- 
5 ing unit 70 has an ink reserving section, such as an ink absorber. Ink in the ink absorber is discharged as ink droplets 
from a head section 71 having a plurality of orifices. In the present invention, a preferable material fbr the ink absorber 
is polyurethana. 

[0093] The ink reserving section may be an ink bag containing a spring or the like, in place of the ink absort>er. The 
recording unit 70 has a hole 72 for introducing outside air to the interior. The recording unit 70 can be substituted for the 

10 recording head 65. and thus has a configuration which is detachable from the carriage 66. 

[0094] Fig. 8 is an isometric outline view of another ink-jet recording head. TTie ink-jet recording head has a substrate 
having a plurality of nozzles and a pressure-generating element composed of a piezoelectric material and a conductive 
material facing the nozzles, arvi contains Ink surrounding the pressure-generating element. The pressure-generating 
element generates pressure by a voltage applied to It and discharges ink droplets through the nozzles. Such a record- 

16 ing head Is called an on-demand Ink-jet recording head 

[0095] The recording tiead Includes an Ink channel 80 connected to an ink chamber (not shown In the drawing), an 
orifice plate 81 for discharging Ink droplets having a desired volume, a vibration plate 82 for applying pressure directly 
to Ink. a piezoelectric element 83 connected to the vbratlon plate 82 and vibrating by an electrical signal, and a sub- 
strate 84 for supporting the orifice plate 81 and the vibration plate 82. 

20 [0096] The ink channel 80 is formed of. for exannple. a photosensitive resin. The orifice plate 8 1 is formed of stainless 
steel or nickel, and has a nozzle 85 which is formed by electroforming or press perforation. The vibration plate 82 is 
formed of a metal film such as stainless steel, nkicel. or titanium, or a highly resilient resin filn^ lYte piezoelectric ele- 
ment 83 is formed of a dielectric material such as barium titanate or lead zirconium titanate (PZT). 
[0097] When a piAse vottage Is appli ed to the piezoelectric device 83, tiie piezoelectric device 83 produces vibration 

25 which causes the deformation of the vibration plate 82 connected to the piezoelectric element 83. The vibration plate 
82 applies a pressure in a direction perpendicular to the ink in the ink channel 80 to discharge the ink as droplets (not 
shown In the drawing) through the nozzle 85. This recording head can also be mounted in a recording apparatus, as 
shown in Fig. 5. 

[0098] When a cofor Image is recorded using the above-mentfoned ink set, a recording apparatus having four record- 
so Ing heads, of the type shown In Fig. 10. an-anged In series on a carriage may be used. Fig. 10 Is an Isometric outline 
view of a configuration of four recording heads arranged on a carriage. The recording apparatus has a black recording 
unit 91. a cyan recording unit 92. a magenta recording unit 93, and a yellow recording unit 94. These recording units 
are arranged on a carriage and discharge color inks in response to recording signals. AWiough four recording units are 
used in Rg. 10, four color inks may be Independentiy discharged from one recording head 94. as shown in Rg. 9, hav- 
35 ing four Ink cartrklges 86 to 89 and oonresponding discharging nozzles. 

EXAMPLES 

[0099] The present invention wiD now be described in more detail wHh reference to EXAMPLES. 

40 

Syntiiesis of Photopolymerization Initiator 

[0100] A photopolymerization initiator represented by the formula (1) was prepared. Into an autoclave. 5 moles 
(1 121 .5 g) of a thoroughly dried powder chenucal (trade name: Irgacure 2959 made Ciba Specialty Ca) represented 
45 by the following formula was placed. Sodium hydroxide as a catalyst was added thereto and the autoclave was heated 
to 105*C. 



HO-CH,CHjO 




5? 

[0101 ] While stining the contents in the autoclave. 1 0 moles (440 g) of ethylene oxide was fed at a rate of 5 ml/min 
into the autoclave and alfowed to react at lOS'^C for 5 hours. After the completion of tiie reaction, ttie solution was neu- 
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tralized with an aqueous hydrochloric acid solution. The salt was removed through a dialysis membrane, and then the 
solution was dehydrated. Rg. 11 is a liquid chromatogram of Irgacure 2959 as the starling material, and Fig. 12 Is a 
liquid chromatogram of the reaction products of Irgacure 2959 with ethylene oxida The starting material has a retention 
time of 1 1 minutes (peak A in Fig. 11). The chromatogram shown in Fig. 12 does not have a peak A and suggests the 
5 that Irgacure 2959 reacted completely. Furthermore, the ctvomatogram in Rg. 12 has a peak B at 12.6 minutes corre- 
sponding to a 2-mole ethylene oxide adduct of Irgacure 2959 (the sum of m and n in formula (1) is 2). a peak C at 14.5 
minutes corresponding to a 4-mole adduct, and peaks D at 16 to 17 minutes corresponding to higher adducts. These 
products were isolated by a preparative liquid chromatograph. 

10 EXAMPLE 1 

[0102] BlacK magenta, cyan, and yellow inks were prepared according to the fbrmulations shown in Tables 1 to 6. 



Table 1 


Cationic Black Ptgment Ink (BK-1) 


Ingredient 


Content (parts by weight) 


IJX-55 (Cationic carbon black made by Cstoo^ Corp.) 


6 


Cationic oligomer 7 


8 


Photopdymerization initiator 1 


1 


Oiethylene glycol 


10 


Water 


75 



30 

Table 2 



Cationic Black Pigment Ink (BK-2) 


Ingredient 


Content (parts by weight) 


IJX-55 (Cattonic carbon black made by Cabot Corp.) 


6 


Cationic oligomer 6 


15 


Photopolymerization initiator 1 


1 


Ethylene glycol 


10 


Water 


68 



45 



SO 



55 
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TaUeS 



Anionic Magenta Pigment Ink (M-1) 


Ingredient 


Content (parts by weight) 


Dispersion of Pigment Red 122 M 


4 


Nontonic oligomer 1 


10 


Photopolymerization initiator 3 


2 


Thiodiglycol 


7 


V^er 


77 



Note *1 : Ratio of pigment to polymer dispersant s 10:2 (by 
weight). Dispersant: styrene-aaylic acid-ethyl aaylate copolymer 
(nunit>er average molecular weighl: 9.600, acid value: 190). 



20 

Table 4 



Anionic Cyan Pigment Ink (C-1) 


Ingredient 


Content (parts by weight) 


Dispersion of Pigment Blue 15:32 *2 


5 


Nonionic oligomer 1 


12.5 


Photopolymerization Initiator 3 


1.5 


Polyethylene glycol 300 


5 


Thiodiglycol 


5 


Water 


71 



Note *2: Ratio of pigment to polymer dispersant « 103 (by weight). 
Dispersant: styrene-acrylic acid-ethyl acrylale copolymer (numtwr 
average molecular weight: 9,B0O. acid value: 1 90). 



Tables 



Anionic \^llow Pigment bnk (Y-1) 


Ingredient 


Content (parts by weight) 


Dispersion of Pigment Yelbw 128 "3 


5 


Nonionic oligomer 1 


12 


Photopolymerization initiator 3 


1 


Polyethylene Glycol 300 


10 


Thiodiglycol 


5 


Water 


67 



Note *3: Ratio of pigment to polymer dispersant = 103.5 (t)y weight). 
Dispersant: styrene-acrylic add-ethyl acrylate copolymer (number 
average molecular weight: 9,800. acid value: 190). 



26 



:P0d53 613A2 



Tables 



Cationic Black Pigment Ink (BK-4) 


ingredient 


Content (parts by weight) 


Dispersion of Cotor Black No. 960 *4 


6 


Cationic oligomer 8 


15 


Photopolymerization Initiator 4 


1 


Glycerin 


10 


Ethylene glycol 


5 


Water 


63 



Note *4: CartXMi tilacKdtsperston (average particle size: 115 nm) 
using a copolymer of acrylonitrile, triniethytamino-2-hydroxypropyl 
methacrylate and acrylamlde (monomer ratio by weight s 20:60:20, 
number average molecular weight: 4.500) as a dispersant. The ratto 
of the pigment to the dispersant = 10:2.5 (by weight). 

EXAMPLE 2 

[0103] Using the inks prepared in EXAMPLE 1 . images were recorded on plain paper (trade name: plain paper NSK 
25 for electrophotographic copy, made by Canon Kabushiki Kaisha) by a bubble-jet printer BJC-430 (made by Canon 
Kabushiki Kaisha) provided with an ultraviolet lamp, as shown in Rg. 1 . The lamp was a low-pressure mercury lanrp 
UL1 -SDQ (input power: 50 W, 90 V, 0.6 A) made by Ushio Inc. The time from ink discharge to ultraviolet exposure was 
approximately 7 seconds, and the exposure time was approximately 5 seconds. An image including black characters 
and solid color patterns was printed and exposed to ultraviolet lighL The printed black letters were clear without bleed- 
30 ing into the solid color patterns. The prints were evaluated as follows. The results are shown in Table 7, with the results 
of prints not exposed to ultFavk)let light for conrparlson. 



Table? 



3S 



45 



Ink 


UV exposure 


Wet smear resistance 


Dry smear resistance 


Water resistance 


Marker resistance 


BK-1 


Exposed 


A 


A 


A 


A 


Not exposed 


B 


B 


B 


B 


BK-2 


Exposed 


A 


A 


A 


A 


Not exposed 


B 


B 


B 


B 


M-1 


Exposed 


A 


A 


A 


A 


Not exposed 


B 


B 


B 


B 


C-1 


Exposed 


A 


A 


A 


A 


Not exposed 


B 


B 


B 


B 


Y-1 


Exposed 


A 


A 


A 


A 


Not exposed 


B 


B 


B 


B 


BK-4 


Exposed 


A 


A 


A 


A 


Not exposed 


B 


B 


B 


B 
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Testing Methods 

1 . Wet Smear Resistance 

5 [01 04] The printed characteis were rubbed with wet tissue paper and bleeding was evaluated on the basis of the fol- 
lowing standards: 

A: No bleeding was seen. 

B: Contamination was found at the periphery of the rubbed section. 
10 C: Significant contamination was found at the periphery. 

2. Dry Smear Resistance 

[01 05] The printed characters were rubbed with an eraser and were evaluated on the basis of the following standards: 

IS 

A: Density of the characters did not change. 

B: Density decreased and the eraser was contaminated. 

C: Density noticeably decreased. 

20 3. WSater Resistance 

[0106] Water droplets were dropped on the printed paper, the paper was tilted, and blurring was evaluated on the 
basis of the following standaids: 

2s A: No blumng of the unprinted section was found. 

B: Blurring was found at the periphery of the section where water wad dropped. 
C: The characters becanne undear and the unprinted section was contaminated. 

4. Marker Pen Resistance 

30 

[01 07] The printed characters were ovenwritten two times with a yellow marker and evaluated on the basis of the fol- 
lowing standards: 

A: Blumng was not found at a position overwritten later and the marker was not contaminated. 
35 B: Blurring was found at positions ovenvritten later and the marker was contaminated. 

C: Significant blurring was found at positions overwritten later and the mari^ was significantly contaminated. 

EXAMPLES 

40 [0108] An ink set including anionk; dye cotor inks was prepared according to the fornrujlations shown in Table 8 to 1 0. 
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Table 8 Magenta Ink (M-5) 



Ingredient 


Content (parts by weight) 


Magenta dye •! 


3-5 


Nonionic oligomer 3 


10 


Photopolymerization initiator 3 


0.5 


12 -mole ethylene oxide adduct of 


5 


glycerin 




Thlodlglycol 


2 


Water 


79 



Note*l: The magenta dye has the following structure: 
SOaNa 

,HC-^HN=N.^r^rg>-NHC^ ( 36 ) 



Tables 



Cyan Ink (C-5) 


Ingredient 


Content (parts by weight) 


Direct Blue 199 (made t>y Zeneca Inc.) 


5 


Nonionic oligomer 3 


ID 


Photopolymerization initiator 3 


0.5 


12-mole ethylene oxide adduct of glycerin 


10 


TNodlglycol 


5 


Water 


69.5 



Table 10 



Yellow Ink (Y-5) 


Ingredient 


Content (parts by weight) 


Direct Yellow 132 (made by Daiwa Dyestuff Mfg. Co.. Ltd.) 
Nonionic oligomer 3 
Photopolymerization initiator 3 


5 
10 

0.5 
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Table 10 (continued) 



Yellow lnk(Y-5) 


Ingredient 


Content (parts by weight) 


12-mole ethylene oxide adduct of glycerin 


10 


Thiodiglycol 


5 


Water 


69.5 



EXAMPLE 4 

[0109] Using the color inks prepared in EXAMPLE 3 and the black ink BK-1 prepared in EXAMPLE 1, images were 
recorded on various types of paper, that is, plain paper NSK for electrophotographic copy made by Canon Kabushiki 

IS Kaisha, Neusiedler paper. Paper 4024 made by Fuji Xerox Co.. Ltd., and Gilbert Bond paper, by a bubble-jet printer 
BJC-430 (made by Canon Kabushiki Kaisha) provided with an ultraviolet lamp, as in EXAMPLE 2. An image including 
black characters and solid color patterns was printed and exposed to ultraviolet light. The printed black letters were 
clear without bleeding into the solid cotor patterns. The prints were evaluated as follows. The results are shown in Table 
1 1 . with the water resistance results for prints not exposed to uitravk>let light for comparison. The snnear resistance was 

20 evaluated as In EXAMPLE 2. 

Testing Methods 
5. Water Resistance 

2S 

[01 1 0] Each recording paper was immersed in tap water for one minute. The residual rate of the optical density (OD) 
with respect to untested paper was calculated, wherein the residual rate is represented by the following equation: 

{(optfoal density of print immersed in water for 1 minute)/(initial optical density)} x 100 

30 

A: The residual rate was in the range of 80% to 120%. 
B: The residual rate was in the range of 50% to 80%. 
C: The residual rate was in the lange of 30% to 50%. 

36 6. Discoloration Rate 

[0111] The discoforat'on rate was detemnined by the following equation: 

Discoloration rate = (reflection density of a sample 
^ exposed to UV light/lreflection density of a sample not exposed to UV light) x 1 00 



Table 11 



Ink 


Smear Resistance 


Water Resistance 


Discoloratfon Rate 




UV exposed 


UV unexposed 


UV exposed 


UV unexposed 






Wet 


Dry 


Wet 


Dry 








Black BK-1 


A 


A 


B 


B 


A 


B 


100 


Magenta M-5 


A 


A 


B 


B 


A 


C 


86 


CyanC-5 


A 


A 


B 


B 


A 


C 


98 


Yellow Y-5 


A 


A 


B 


B 


A 


C 


82 


fNkite: The results in Table 1 1 indicate an average for the four types of paper. 
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EXAMPLES 



[0112] An aqueous black ink BK-3 was prepared according to the formulation shown in Table 12. This ink does not 
contain a water-soluble organic solvent. TTie ink was loaded In an ink-jet printer and was used for printing tests. Prob- 
5 lenris such as unsatisfactory discharge did not occur during continuous printing or during secondary printing after a 
pause, probably due to the functton of the oligomer as a humectant. 



Table 12 



Black Ink (BK-3) 


Ingredient 


Content (parts by weight) 


IJX-55 (Cationic carbon black made by Cabot Corp.) 


5 


Catioruc oligomer 4 


20 


Photopdymerization initiator 3 


2 


Water 


73 



20 EXAMPLE 6 

[0113] An aqueous anionic black ink BK-6 was prepared according to the formulation shown in Table 13. Using an ink 
set of a black ink BK-1, a magenta ink M-5, a cyan ink C-5, and a yeik)w ink Y-5, an image including black characters 
on color solkl background patterns was fbrmed. as in EXAMPLE 2. Furthermore, using an ink set of a black ink BK-5. 
25 a magenta Ink M-5, a cyan ink 0-5. and a yellow ink Y-S. an image including Uack characters on color solid background 
patterns were formed, as in EXAMPt-E 2. Bleeding between the black characters and solid color patterns of these 
images were visually evaluated. The results are shown in Table 14. 



Table 13 



Black lnk(BK'5) 


Ingredient 


Content (parts by weight) 


Anionic carbon black dispersion having a solid content of 15.3% by weight 
(Cabojet 300 made by Cabot Corp.) 


25 


IMonionic oligomer 4 


10 


Photopolymerization initiator 3 


1 


Diethylene glycol 


15 


W^ter 


49 



Table 14 



ink Combination 


Crispness of Black Charac- 
ters 


Bleeding of Black Ink to 
Color Portions 


Black 


Color 






BK-1 (Cationic) 


M-S. C-5, Y-5 


Crisp 


None 


BK-5 (Anionic) 


M-5, C-5, Y-5 


Not crisp (tNck characters) 


Whisker bleeding 



ss 

[01 14] As shown in Table 1 4. a combination of a black ink and a set of color inks having a polarity opposite to that of 
the black ink can satisfactorily prevent bleeding on plain paper. 

[0115] As described above, a pigment disperston aqueous black ink in accordance with the present invention can 
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totally overcame problems in conventional pigment dispersion aqueous black inks. In particular, this aqueous black ink 
has high image density, high water and light resistance, satisfactory initial penetration and fixing characteristics, and 
high adhesiveness to recording media. Furthermore, an ink-jet recording method can prevent bleeding between the 
black ink and color inks. 

5 [01 1 6] While the present invention has been desaibed with reference to what are presently considered to be the pre- 
ferred embodiments, it is to t>e understood that the invention is not limited to the disclosed embodiments. On the con- 
trary, the invention is intended to cover various modifications and equivalent arrangements included within the spirit and 
scope of the appended claims. The scope of the following claims is to be accorded the broadest interpretation so as to 
encompass all such modifications and equivalent staictures and functions. 

10 [0117] An ink for ink-jet recording contains a cokjring agent a polymerizaWe oligomer, water, and a photopolymeri- 
zation initiator having a solubility in water of 3 percent by weight or more. Another ink for ink-jet recording contains a 
coloring agent, a polymerizable oligomer having at least two acryloyi groups and a solubility in water of 10 percent by 
weight or more, a photopolymerlzabon Initiator, and water. The specified polymerizable oligomer or photopolymeriza- 
tnn initiator reduces bleeding of the ink on recording media. 

IS 

Claims 

1. An ink fa ink-jet recording comprising a coloring agent a polymerizable oligomer, a photopolymerization initiator 
and water, the photopolymerization initiator having a solubility in water of 3 percent by weight or more. 

20 

2. An ink for ink-jet recording conrrprising a coloring agent a polymerizable oligomer, a photopolymerization initiator 
and water, the polymerizable oligomer having at least two acryk)yl groups and a solubility in water of 1 0 percent by 
weight or more. 

25 3. An ink according to daim 2. wherein the photopolymerization initiator has a solubility in water of 3 percent by weight 
or more. 

4. An ink according to any one of claims 1 to 3. wherein the coloring agent is a pigment. 

30 5. An ink according to daim 4. wherein the pigment is a self -dispersing cait)on black having surface-bonded cationic 
groups. 

6. An ink according to daim 5, wherein the catkxiic group is an amnnonium group or a quaternary ammonium salt of 
a tertiary amine. 

35 

7. An ink according to daim 4, further comprising a polymeric compound having cationic groups as a dispersant for 
dispersing the pigment in the water. 

8. An ink according to any one of claims 1 to 3, wherein the cotoring agent is a cationic dye. 

40 

9. An ink according to claim 8, wherein the cationic dye is at least one dye selected from the group consisting of C.I. 
Basic Yelk>w 1. C.I. Basic Yellow 11 . C.I. Basic Yellow 13, C.I. Basic Yellow 19, C.I. Basic Yellow 21, C.I. Basic Yel- 
low 25. C.I. Basic Yellow 33. C.I. Basic Yellow 36. C.I. Basic Red 1. C.I. Basic Red 2. C.i. Basic Red 9. C.I. Basic 
Red 12, CI. Basic Red 13. C.I. Basic Red 38. C.I. Basic Red 39. C.I. Basic Red 92, C.I. Bask; Blue 1. C.I. Basic 

45 Blue 3, CI. Basic Blue 5. 0.1. Basic Blue 9. CI. Basic Blue 19, CI. Basic Blue 24, CI. Basic Blue 25, CI. Basic Blue 
26. CI. Basic Blue 28. 0.1. Basic Blue 45, Ct. Basic Blue 54. and CI. Basic Blue 65. 

10. An ink according to daim 4. wherein the pigment is a self-dispersing caibon black having surface-bonded anionic 
groups. 

50 

11 . An ink aocording to claim 10, wherein the anionic group is at least one group selected from the groif) consisting of 
-CCX)M, -SOaM. -POaHM. and -PC^M2, wherein M is a hydrogen atom, an alkaline metal, an ammonium ion, or an 
organic ammonium group. 

55 12. An ink according to daim 4. further comprising a polymeric compound having anionic groups as a dispersant for 
dispersing the pigment in the water. 

13. An ink aocording to any one of claims 1 to 3, wherein the cotoring agent is an anionic dye. 
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14. An ink according to claim 13, wherein the anionic dye is at least one yellow dye selected from the group consisting 
of Acid Yellow 1 1, Add Yellow 17. Acid Yeilow 23. Acid Yellow 25, Acid Yellow 29. Acid Yellow 42, Add Yellow 49, 
Acid Yellow 61 . Acid Yellow 71. Direct Yellow 12. Direct Yellow 24. Direct Yellow 26. Direct Yellow 44. Direct Yellow 
86. Direct Yellow 87. Direct Yellow 98. Direct Yellow 100, Direct Yellow 130. Direct Yellow 132, Direct Yellow 142. 
5 and dyes represented by the following formulae (34) and (35): 




and n = 1 or 2. 

35 

15. An ink according to claim 13. wherein the anionic dye Is at least one magenta dye selected from the group consist- 
ing of Add Red 1 . Add Red 6. Acid Red 8. Acid Red 32. Add Red 35. Acid Red 37. Add Red 51 , Acid Red 52. Acid 
Red 80. Acid Red 85. Acid Red 87. Acid Red 92. Acid Red 94. Acid Red 1 15, Acid Red 180. Add Red 254, Acid 
Red 256. Add Red 289, Acid Red 315. Add Red 317, Direct Red 1. Direct Red 4, Direct Red 13. Direct Red 17. 
40 Direct Red 23. Direct Red 28, Direct Red 31, Direct Red 62, Direct Red 79, Direct Red 81, Direct Red 83, Direct 
Red 89. Direct Red 227, Direct Red 240, Direct Red 242. Direct Red 243 and dyes represented by the following 
formulae (36) to (38): 



45 



so 



ss 
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SOjNa OH 

»HCH(Q>-N=N-A|^NHC0-^ (36) 



(COOH)n OH NH N^^NH OH ^OH)n 

<QKN=NyVS '^NH-L-HN^f=*SA-N=NHQ (37) 
g0^lj>»i*iA>^SO,H SO,H''^*>'*^-iS=^SO,H 



vyherein R = H, OH or CH3. -L- = -CH2CH2-. 



-CH,-^CH,- or -CH,-0 

TCH,- 



and n - 1 or 2; 




^(COOH)n 



(38) 



wherein R a OH or CHs, and n o i or 2. 

16. An ink according to claim 13. wherein the anionic dye is at least one cyan dye selected from the group consisting 
of Acid Blue 9. Acid Blue 22. Acid Blue 40, Acid Blue 59. Add Blue 93, Add Blue 102, Add Blue 104. Add Blue 
113, Acid Blue 117. Add Blue 120. Add Blue 167. Acid Blue 229. Add Blue 234. Acid Blue 254. Direct Blue 6. 
Direct Blue 22. Direct Blue 25, Direct Blue 71. Direct Blue 78, Direct Blue 86. Direct Blue 90, Direct Blue 106. Direct 
Blue 199. and dyes represented by the following compounds (39) and (40): 
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CuPc(S03H)x 



SOaNH-L-N-I^N 

(COOH)n 



(39) 



wherein x + y = 3 or 4 . X « H, NHg or CHg, R = H or CH2. -L- = -CH2CH2-. 



and n = 1 or 2; 



(COOH)n 



CuPc(SOa)x 



(40) 



wherein x + y = 3 or 4 . 

17. An ink according to any one of claims 1 to 3. wherein the photopolymerization init'ator is a nonionic photopolymer- 
izalion initiator. 

18. An \nk according to claim 17, wherein the nonionic photopolymerization initiator is a compound represented by the 
general formula (1): 



O CH, 



HO + CH2CH2-O j-^CHj-CHjO ^^3^ C-C-Of CHjCHjO-J^H 



(1) 



wherein n Is an Integer of 1 or more, m Is an integer of 0 or more, the sum of n and m Is in a range of 1 to 8. and n 
is in a range of 1 to 8 when m is zera 

1 9. An ink according to claim 1 8. wherein the compound is at least one compound represented by the formulae (29) to 
(33): 



IS 
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O CH, 

HO-CH,CH,HD-CH,CH,0-^^C-C-<)H { 29 ) 

CHa 



O CHj 



HO-f-CHsCHjO-J^jCHjO-^^-C-C-OH ( 30 ) 



CH, 



O CHj 



HO-CH,CH2-0-CH,CHj-^-^^-C-C--0-CH2CH,-OH ( 31 ) 

CH3 

O CH3 

HO-E-CHjCHj-O ^CHj-CH,-0 -^^-C-C-O-E-CHjCHjO^H ( 32 ) 

CH3 

O CH3 

HO-f CHjCHj-O^CHj-CHj-O-^^C-C-O-tCHjCHjO-J^H ( 33 ) 



30 

20. An ink according to claim 5, wherein the photopolymerization initiator is a cationic photopolymerization initiator. 

21 . An ink according to claim 7. wherein the photopolymerization initiator Is a cationic photopolymerization initiator 

as 

22. An ink according to claim 8, wherein the photopolymerization initiator is a cationic photopolymerization initiator. 

23. An ink according to any one of claims 1 to 3, wherein the polymerizaWe oligomer is a nonionic oligomer. 

40 24. An ink according to claim 23. wherein the nonionic oligomer is selected from compounds represented by the tallow- 
ing formulae (2) to (5): 



4S 



SO 



ss 
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OH 
I 

CH2-OCH2CHCH1-OCOCH-CH2 



CH-OH 

I OH 

CH2-OCHaCHCH,-OCOCH-CH2 



OH 
I 

CHj-O-CHjCHjO-CHjCHCHj-OCOCH^CHj 

OH 
I 

CH-O-CHjCHjO-CHjCHCHz-OCOCH-CHj 
I OH 

CH2-0-CH2CH20-CH2CHCH2-OCOCH=CH2 



(3) 



CHjO-CHgCHCHj-OCOCH-CHj 
I OH 

CHO-CHjCHCHa-OOOCH-CHj ^ ^ ^ 

I OH 

CHjO-CHjCHCHj-OCOCH-CH, 
OH 

OH 

CHj-CH-OCO-CHj-CH-CHj-O+CHjCHjO+CHj-CHK^Hj-OCO-CH-CHj ( 5 ) 

OH 



25. An ink according to claim 5, wherein the polymerizable oligomer is a cationic oligomer. 

26. An ink aooording to claim 25. wherein the cationic oligomer has a basic structure selected from the following formu- 
lae (6) to (17}: 
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CH,-C(X)COO/ ^ (g, 



CH2«C{X)C00,^ CHjCHj 

R-N-CHjCHj 



cr 

(7) 



CH2-CCX)C00^ CHjOH 

R-N-H cr 



CHj=C(X)COO,^ CH,CH,OH 

R-N-H 
CH,-C(X)COO/ 1^^^^^^ 



cr 



(9) 



CHj-COOCOO 



\ 



/CH3 



CHj-C(X)COO^ CHjCHjOH 

R-N-CH^CH^OH or r_n h^A" 

CH,-C(X)COO/ 1^^^^^^^ CH,«C(X)COO/ ^CH, (11) 



CH,-C(X)COO^ /CHjCH, CHj^COOCOO^ 

R-N H*A- R-N-CHjOHjOH H^A* 

CH2«C(X)C00/ ^CHjCH, (ij) CHj-C(X)COO/ ^ 

CH,«C(X)COO^ CHj-C(X)COO>^ CH;iCH,OH 

R-N-CHjOH H*A- R-N H^A* 

CH,.C(X)COO/ ^^^j CH,«C(X)COO/ 1^^^^^^^^^, 



CHa«C(X)COO^ ^ 
CHa-CaOCOQ/ (1 



CH,-C(X)COO^ CHjCHjOH 

R^P-H SO^ 

CH.-C(X)COO/ 1^^^^^^ CH.^COO^ ^- (17, 



wherein R Is a polyol moiety. X is hydrogen or GH3, and A' is CI', HSOa" or CHsCOO". 

27. An ink acoording to dainri 26. wherein the cationic oligonner is selected from conrpounds represented by the follow- 
ing formulae (18) to (28): 

CH3 OH CHs CH3 

• CHj-O -{^y^ C ^(h^ 0-CH2-CH-CH,-N*-CHjCH j-O-C-C-CHj 
CH3 CH3 O 

OH CH3 CH3 
I J I 

-CH-CHj-N-CHjCHj-O-C-C-CHj 2Cr ( 18 ) 

CH, O 



38 



>0953613A2 

wherein 



® 



represents cyclohexane; 



CH3 OH CH3 CHj 

- CHj-O C O-CHj-CH-CHj-N^-CHjCHa-O-C-C-CH, 

CH3 CH3 O 

OH CH3 CH3 
I J I 

i-CH-CHj-N-CHjCHi-'O-C-C-CHj 2Cr 
I II 
CHj O 
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OH CH2CH2OH 

CHj-OCHjCHCHj-N-CHjCHjOH CI" 

I OH CHjCHjOH 

CH-0CH,CHCH,-CH,0C0-CH»CH2 

I OH 
I t 

CHj-OCHaCHCHj-CHsOCO-CH-CHj ( 20 ) 



0-COCH-CHj 

CH. 

I ' 
HO-CH 
I 

OH, 
I 

0 
I 

CHjCHaOH CHj OH CHjCHa 

I I I I I 

HjCHaC-N— CHtCHH^HjOCHj-C-CHaOCHj-CHCHj-^N-CHjCHa 

CH2CH3 CH2 CH2CH3 

cr o cr 

HO-CH 
I 

CH2 

O-COCH-CHj ^^^^ 



OH 

CHjCHCHa-CHjOCO-CH-CH, 

CH2O OH CH2CH2OH 
I I I 

CHjCHj-C-CHaOCHjCHCHa-^N-H CH3COO" 

CH2O CHiCHjOH 

CH2CHCH2-CHjOCO-CH«CH2 { 22 ) 

OH 
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OH 
I 

CHaCHCHj-CHjOCO-CH^CHj 
CHjO OH CHjCHiOH 
CHsCHj-C-CHjOCHjCHCHj-^N-H SO^*" 
CHjO CHjCHjOH 
CH^CHCHj-CHtOCO-CHKIHj 
OH 



(23) 



HO-CH 
I 

CHj 
I 



GHj-OOTjCHCHjOCHjCHCHjO-CHjCHCHjOCHjCHCHjO-CHi 



J 

OH 



H-*N-CHaCHjOH 
I 

CHjCHjOH 



a- 



I 
0 

I 

CHj 

HO-CH 
I 

CH, 



1 

OH 



O-C-CH-CH- 
II 
0 



I 



HO-CH 
I 

CH, 



I 

O 
I 

CHj 
I 

HO-CH 
I 

CHj 
I 

0-C-CH-CH- 
II 
0 



CHaCHjOH 

I 

N-H 
I 

CHjCHiOH 



cr 



(24) 



2- 



OH CHjCH^OH 
O- [CHaCHaOln-CHjCHCHj-O-CH^-^KH SOv 
CHj OH CHjCHjOH 

CH-0-[CH2CH,0]m -CH^CHCHj-O-OO-CH-CH, 
CH2 

O- [CHaCHjOlc -CHaCHCH^-O-CO-CH-CHa ( 25 ) 

OH 



wherein n + m + k b 15 ; 



OH 

CHa-QCHgCHCHa-OCO "^^^^^ {^ CP 

ch-<x:h2CHCHj-oco-ch«ch2 

I OH 

CHj-OCHjCHCHj-OCO-CH-CHj ( 26 ) 
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10 



OH 



CH. 



2-0CH,CHCH,-0CX) "^3"*^\Z)^ 
CH-OCHjiHCHj-OOO-CH-CHj 



CHj-OCH, 



jCHCHa' 



rOCO-CH-CHj 



(27) 



IS 



OH 
I 

CHjO-CHjCHCHj-OCOCH-CHg 
CHj-CHa-C-CHjO-CHjCHCHj-OCOCH-CHa 



CH,0 

CH, 
I 

HO-CH 
I 



OH 



CH 



(28) 



30 



28. An ink according to claim 7, wherein the polymerizable oligomer is a cationic oligomer. 

29. An ink according to claim 28. wherein the cationic oligomer has a basic structure selected from the following formu- 
lae (6) to (1 7): 



CH2«C(X)COO^ ^^^3 

R-N-CH3 CI" 
CHj-COOCOO/ ^ (5 J 



cH2-<;(X)coo 



CH2CH3 



CHj^COOCOQ/ 1 



R-N-CH2CH5 cr 



CH2CH3 



(7) 



CH,-C(X)COO^ CHjOH 

R-N-H cr 

CH^-CGOCOO" ,3, 



CH,-C(X)COO^ CH,CH,OH 

R-N-H cr 



55 



42 



EP 0 953 613 A2 



r-n-<:h2CHjOH cr r-n h^a* 

CH,-C(X)COO/ ^H^cH^H (iq) CH,-C(X)C00/ ^CH, (11) 



CHj-C(X)COO^ 



CH,«C(X)C0O^ /CHjCH, 

R-N H*A- R-N-CH2CH2OH H*A' 



CHj-COOCOO 



CH,"C(X)COO^^ CH^CHjOH 
R-N-CH2OH H*A- R-N H*A- 



CHj-CWCOO^ CHjCHjOH CHj-COQCOO^ ^ ^ 

R-p-H so^*- R-N y so; 

' CHjCHjOH (16) 



2- 

(17) 



wherein R Is a polyol moiety. X is hydrogen or CH3, and A" is CI*. HSO^' or CHsCOO". 

30. An ink according to claim 26, wherein the cationic oligomer is selected from compounds represented by the follow- 
ing formulae (18) to (28): 



I 



OH 
I 



CH, 
I 



-CH2-O --^H^ C -^H^O--CH2-CH-CH2-N*-CH2CH2-0-C-C«CH2 
CH3 CH, O 

OH CH, CH, 
I J ' I ' 

LCH-CHj-N-CHjCHj-O-C-C-^CHi 2Cr ( 18 ) 

CH3 O 



wherein 



<5> 



represents cyclohexane; 
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CHj OH CH3 CH, 

-CH2-O --^^C-^^O-CHj-CH-CHj-hr-CHjCHj-O-C-C-CHj 

CH, CHj h 

OH CH3 CH3 ^ 

I J I 

^ CH--CH2-N-CH2CH,"0-C-C«CH, 201* 
I II 
CH, O 



OH CH^CHjOH 
CHj-OCHsCHCHj-N-CHjCHjOH Cr 
I OH CHjCHjOH 

i 3H-OCH3CHCH2^H,OCO-CH-CH, 

OH 

CHj-OCHjCHCHj-CHjOCO-CH-CHj { 20 ) 



0-C0CH-=CH2 
I 

CH2 
I 

HO-CH 
I 

CHj 
I 

O 

CHzCHsOH CH, OH CHsCH, 

HaCHaC-N— CHjCH-CHjOCHj-C-CHjOCHa-CHCHj-^N-CHjCHa 
CH2CH3 CH2 CH2CH3 

01- o cr 

CH- 
\ 

HO-CH 
I 

CH2 

0-C0CH"CH2 



OH 

CHjCHCHj-CHjOCO-CH-CHj 

CKfi OH CH2CH2OH 
I I I 

CHsCHj-C-CHjOCHjCHCHj-^N-H CHaCOO" 

CH.0 CHjCHjOH 
I 

CHaCHCHj-CHjOCO-CH-CHj ( 22 ) 
OH 



OH 

CH,CHCH,-CH,OCO-CH»CH, 
CHjO OH CH-CHjOH 
CHjCHj-C-CHjOCHjCHCHs-^N-H SO4* 
CH2O CH2CH2OH 
CHjCHCHj-CHaOCO-CH^CHj 
OH 



CHj-OCHjCHCHjOCHaCHCHjO-CHaCHCHaOCHjCHCHaO-CHj 



I 

OH 



HO-CH 
I 

CHj 

H-^N-CHjCHjOH 
CH3CH2OH 

cr 



I " "I 
O OH 
I 

CHj 
I 

HO-CH 
I 

CH2 

O-C-CH-CHa 
H 
O 



I 



HO-CH 
I 



I 

O 

I 

CH, 
I 

HO-CH 
I 

CHj 
I 

O-C-CH-CH2 
II 
0 



CH2CH2OH 
I 



CH,-*N-H 



or 



CHjCHjOH 



(24) 



OH CHaCHjOH 
I i 
0 - [CH2CH20]n-CH2CHCH2-0-CH2-*NH SO^^" 

CH2 OH CH2CH2OH 

CH-0 - [CH2CH20]ni -CH2CHCH2-O-CO-CH-CH2 

CH2 

O- [CHjCHaOjk -CH2CHCH2-0-CO-CH«CH2 ( 25 ) 



wherein n + m + k = 15; 
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CH,-<)CH2CHCHj-000-/3"*^'^ 
I OH — ' ^ — ' 

CH-OCHjCHCHj-OCO-CH-CHj 
I OH 

CHt-OCHjCHCHi-OCO-CH-CHj ( 26 ) 



cHj-<k;HjChch2-<k;o--^^^^ PFg- 

I OH ^ — ^ 

CH-OCHjCHCH,-OCO-CH«CH2 

I 

CH2-OCH2CHCH2-OCO-CH-=CH, ( 27 ) 



OH 

CH2O-CH2CHCHS-OCOCH-CH2 

CHj-CHj-C-CHjO-CHiCHCHj-OCOCH-CHj 

CH2O OH 
I 

CHj 
I 

HO-CH 
I 




(28) 



31 . An ink according to claim 8, wherein tlie polymerizable oligomer is a cationic oligomer. 

32. An ink according to claim 31 , wherein the cationic oligomer has a basic structure selected from the following formu- 
lae (6) to (17): 
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CHj«C(X)COO^ 

R-N~CH3 CI 

CH,-C(X)COO/ I 

CH3 



(6) 



CH,=C(X)COO>^ CHjCHj 

R-N-CHjCHa CI* 
CH,«C(X)COO/ 1,^^^^^ (7) 



CH2-C(X)C00^ CH2OH 

R-N-H cr 



CH2-C(X)C00^ CHjCHjOH 
R-N-H 



cr 



(9) 



CH,-CCX)COO,^ CHjCH^H 



CH,-C(X)COO. .CHj 
R-N-CHjCHjOH cr R-N H'A" 

CH,-CCX)COO'' ^H^oj, ^10) CH,-C(X)COO/ ^CH, (11) 



CH,-C(X)COO^ /CHjCH, CH,-C00COO^ 

R-N H'A" R-N-CHsCH,OH H'A' 

CH,-C(X)COO/ ^CHjCH, ^^j) CHj-COOCOO'^ ^ (13) 



CH,-C(30COO^ 

R-N-CH,OH H*A- 
CH,-CCX)COO'' ^ J J 



CHj-C(X)COO^ CHjCHjOH 

R-N H*A' 



CH,=C(X)COO/ '^cH^H 



(15) 



CH,-C(X)COO. CHjCH^H CH,=C(X)COO\ , 

R-P-H S0«'- R-N 7 

CH..C(X)COO/ 1^^^^^^ CH,=C<X)COO/ X=/ 



(17) 



wherein R is a polyol moiety, X is hydrogen or CH3. and A" Is CI", HSO3" or CH3COO". 

33. An Ink according to claim 32, wherein the cationic oligomer is selected from compounds represented by the follow- 
ing formulae (18) to (28): 



CH, 



OH 



CH, 



CH, 



-CHj-O -(h)- C -(h)- O-CHt-CH-CHj-N^-CHjCHj-O-C-C-CHj 



I 

CH^ 



CH, 



OH CH3 CH3 
I J I 

•CH-CH,-N-CH,CHa-0-C-C-CH, 
I II 
CH3 O 



2cr 



(18) 



wherein 
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represents cyclohescane; 



CHs OH CH3 CHa 

-CH,-0 -^^C-^^O-KJHj-CH-CHj-ir-CHjCHj-O-C-C-CH, 

CH, CHa O 

OH CH3 CH3 ^ 

I J I 

CH-CHj-N-CHjCHj-O-C-C-CHj 2Cr 

I II 

CH3 O 



OH CHoCH.OH 
CHj-OCHjCHCHj-N-CHjCHjOH CI' 
I OH CHjCHjOH 

CH-OCHjCHCHj-CHjOCO-CH-CHj 
I OH 

CHj-OCHjCHCHj-CHjOCO-CH^CHa ( 20 ) 
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0-C0CH«CH2 

H0-<3H 
I 

CH2 

10 0 

I 

CHjCHsOH CH, OH CH0CH3 

H3CH2C— *N— CHjCH-CHjOCHa-C-CHjOCHa-CHCH^-^N-CHjCHa 
CHjCH3 CHj CH2CH3 

a- 0 a- 

CH^ 
I 



HO-CH 
\ 



I 

O-COCH-CH2 



(21) 



25 OH 

I 

CH2CHCH2-CH20CO-CH-CH2 
CHjO OH CHjCHjOH 
so CHsCHj-C-CHjOCHjCHCHj-^N-H CH3COO" 

CHjO CHjCHjOH 

CHjCHCHj-CHjOCO-CH-CHj ( 22 ) 
OH 



OH 
I 

CH2CHCH2-CH20CO-CH=CHj 

*° CH2O OH CH2CH2OH 

CHsCHj-C-CHjOCHjCHCHj-^N-H SO^^' 
I I 
CH2O CH2CH2OH 
I 

45 CH2CHCH2-CH20CO-CH«=CH2 (23) 

OH 



so 
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CHo-OCHjCHCHjOCHoCHCHjO-CHjCHCH-OCHjCHCH-O-CHj 

I I I I I ^ I ^ 

HO-CH OH O OH 0 HO-CH CH-CH-OH 

I I 111^^ 

CH2 OH, CH2 CHj-^N-'H Cr 

H-^N-CH^CH^OH HO-CH HO-CH CHaCHjOH 

CH2CH2OH CH2 CHo 



0-C-CH-CHj O-C-CH-CHj 
Ci II II 

0 0 



OH CH2CH2OH 
O - [CHjCHjOln-CHjCHCHj-O-CHj-^NH SO^'- 

CH2 OH CH2CH2OH 

CH-O - [CHjCHjOlm -CHaCHCHj-O-CO-CH-CHj 
CH2 

0- [CHjCHjOlk -CHjCHCHj-O-^CO-CH-CHj ( 25 ) 

OH 



(24) 



wherein n + m -1- k s 15 : 

OH 



ch,-ocHjChch2-oco-^^-"n^^ cr 



OH 

CH-OCH2CHCH2-OCO-CH-CH2 

I OH 

CH2-OCH2CHCH2-OCO-CH-CH2 ( 26 ) 



OH ^ ^ 

CH2-OCH2CHCH2-OCO-r7-'N 0 PPc" 

I ?" ^ 

CH-OCH2CHCH2-OCO-CH-CH2 

I OH 

CHj-OCHjCHCHj-OCO-CH^CHj (27) 
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OH 



CHjO-CHaCHCHj-OCOCH-CHj 
CHj-CHj-C-CHjO-CH^CHCHj-OCOCH-CH, 
CH2O OH 




HO-CH 



I 




(28) 



34. A method tor forming an image on a recording medium comprising tlie steps of: 

(a) imparting an ink comprising a cdoring agent, a polymerizable oligomer, aphotopolymerization initiator hav- 
ing a solubility in water of 3 percent by weight or more, and water, on the surface of the recording medium; and 

(b) inadlating the ink on the recording medium with light. 

35. A method for forming an image according to daim 24, wherein the coloring agent is a pigment. 

36. A method for forming an image according to daim 35, wherein the pigment is a self -dispersing carison t}lack having 
surface-bonded cationic groups. 

37. A method for forming an image according to daim 36. wherein the cationic group is an ammonium group or a qua- 
ternary ammonium salt of a tertiary amina 

38. A method for forming an image according to claim 35, wherein said ink further comprises a polymeric compound 
having cationic groups as a dispersant for dispersing the pigment in the water. 

39. A method for forming an image according to daim 34. wherein the coloring agent is a cationic dye. 

40. A method for forming an image according to daim 35, wherein the pigment is a self-dispersing carbon black having 
surface-bonded anionk; groups. 

41. A method for forming an image according to claim 36, wherein the anionic group is at least one group selected from 
the group consisting of -COOM. -SO3M. -PO3HM. and -PO3M2. wherein M is a hydrogen atom, an alkaline metal, 
an ammonium ion, or an organic ammonium group. 

42. A method fbr fbrming an image according to claim 35, wherein said ink further comprises a polymeric compound 
having anionic groups as a dispersant fbr dispersing the pigment in the water. 

43. A metfiod for forming an image according to claim 34, wherein the coloring agent Is an anionic dye. 

44. A method for forming an image according to daim 34. wherein the photopolymerizatlon initiator is a nonionic pho- 
topolymerization initiator. 

45. A method for fbrming an image according to claim 44, wherein the nonionic photopolymerization initiator is a com- 
pound represented by the general formula (1): 
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O CH3 

HO-E-CHjCHj-O^CH,-K:HaO-^y-C-C--0-['CHjCHaO^H 

CH. (1) 



wherein n is an integer of 1 or more, m is an integer of 0 or more, the sum of n and m is in a range of 1 to 8. arvl n 
is in a range of 1 to 8 when m is zero. 

46. A method for forming an image according to claim 45, wherein the compound is at least one compound repre- 
sented by the formulae (29) to (33): 



O CH3 

HO-CHjCHj-O-CHjCHjO-^^-C-C-OH { 29 ) 

CH3 



O CHa 



HO-tCHjCH20^H2CH20--^^-C-C-OH ( 30 ) 



CH, 



O CHa 



HO-CHjCHj-O-CHjCHj-O -^^-C-C:-0-CH2CH,-0H (31) 

CH3 

O CHa 

HO+CHjCHa-O ^jCHj-^CH^HD-^^-C-C-O-E-CHjCHjO^H ( 32 ) 



CHs 
O CH, 



HOf CHjCH2-K>^CH2-CH2-0-^^C-C-0-[-CH2CH20-}^H { 33 ) 

CH, 



47. A method for forming an image according to any one of claims 36, 38. and 39. wherein the photopolymerization 
initiator is a cationic photopolymerization Initiator. 

48. A method for fbrming an image according to daim 34. wherein the polymerizaUe oligomer is a nonionic oligomer. 

49. A method for fbrming an image according to claim 48, wherein the nonionic oligomer is selected from conpounds 
represented by the following formulae (2) to (5): 
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OH 
I 

CHj-OCHaCHCHa-OCOCH-CH, 



CH-OH 



(2) 



(3) 



OH 
I 

CH,-OCH,CHCH,-OCOCH=CH2 

OH 
I 

CH^-O-CHjCHjO-CHjCHCHa-OCOCH-CH, 

OH 
I 

CH-O-CHjCHjO-CHjCHCHj-OCOCH-CH, 

I OH 
I I 
CHj-O-CHjCHjO-CHiCHCHrOCOCH-CH, 

CH,0-CH2CHCH2-OCOCH«CH2 
I OH 

CHO-CHjCHCHj-OCOCH-CHj ^ ^ ^ 

OH 

CH2O'CHjCHCHi--OC0CH-CHj 

CHj-CH-OCO-CHa-CH-CHj-O-f CHjCHjO-JjCHj-CH-CHj-^CO-CH-CH, ( 5 ) 

OH 



50. A method for forming an image according to any one of claims 36. 38, and 39. wherein the polymerizable oligomer 
is a cationic oligomer. 

51. A method for forming an image according to daim 50. wherein the cationic oligomer has a basic structure selected 
from the following formulae (6) to (1 7): 



53 



EP0953613A2 



R-N-CH, cr 

CH,-C(X)COO/ jgj 



CH2=C(X)C00^ CHjCHj 

R-N-CH2CH3 cr 

CH,-C(X)COO/ l^^j^ (7) 



CH,-C(X)COO^ CH2OH 
CH.-C(X)COO/ 1^^^ 

CHs-C(X)COO^^ CHjCHjOH 

R-N-CHjCHaOH Q 
CH,-C(X)COO/ i , 



CH,-C(X)COO^ CHjCHjOH 

R-N-H cr 

* CHjCHjOH (9) 



CHjCHjOH 



CHa-COOCOO^ /CH, 

R-N H*A- 
(10) CHj^COQCXK)/ "^CHs (11) 



CH,-C00COO 



_ /CH2CH3 CH,«C(X)COO^ 

R-N H*A' R-N-CHjCHjOH H*A' 

CH,-C(X)COO/ ^CHjCHa (^^2) CHj-COOCOO/ ^ (13) 



CH2''C(X)COO^ 

R-N-CHjOH H*A- 
CH2"C(X)C00/ > 



H 



CHj-COOCOO^ CHjCHjOH 

R-P-H 
CHj-COOCOQ/ I 



SO4*- 



CHjCHjOH (16) 



CH2-C(X)C00 ^ CHjCHjOH 
R-N 



H*A" 



CH,»C<X)COO/ »H,CH,OH (15) 



CH2»C(X)C00^ 

R-N ^ SO^^- 



CH,-C(X)COO' 



(17) 



wherein R is a polyol moiety, X is hydrogen or CH3, and A" is CI", HSO3" or CH3COO'. 

52. A method for forming an image aocording to claim 50, wherein the cationic oligomer is selected from compounds 
represented by the following formulae (18) to (28): 



I 



OH 
I 



I 



-CH2-O --(h^ C -(^y 0-CH,-CH~CH,-N*-CHjCH2-0-C-C-CH2 
CH3 CH3 O 

OH CH3 CH3 
^-CH-CHj-N-CHjCHj-O-C-C-CH, 2Cr ( 18 ) 

CH» O 



wherein 
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<5> 



represents cyclohexane; 



CHa OH CHa CH3 

OH CHj CH3 ^ 

I .1 I 

^-CH-CHj-N-CHjCHo-O-C-C-CHj 201* 
I II 
CH3 0 



OH CHjCHjOH 
I J 

CHj-OCHjCHCHj-N-CHjCHjOH CI" 
I OH CH2CH2OH 

CH-OCHjCHCHi-CHjOCO-CH-CHj 
I OH 

CHj-OCHjCHCHj-CHjOCO-CH^CH, (20) 
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0-COCH«CH. 
I ^ 
CH, 

HO-CH 
I 

CH2 
I 

O 
I 

CH2CH3OH CHj OH CHaCHs 

HjCHjC-N— CHjCH-CH20CHa-C-CH,0CH,-CHCH,-*N-CH,CH, 
CH2CH3 CH2 CH2CH3 

Cr 0 CI' 

HO-CH 
I 

CHj 

0-C0CH=CH2 ^^^^ 



OH 
I 

CH2CHCH2-CH20CO-CH=CH2 

CHjO OH CHaCHjOH 
I I I 

CHaCHj-C-CHjOCHjCHCHj-^N-H CHjCOO* 

CHjO CHjCHjOH 

CHjCHCHj-CHjOCO-CH-CHj { 22 ) 

OH 



OH 
I 

CHjCHCHj-CHjOCO-CH^CH, . 

CH2O OH CH2CH2OH 
I I I 

CHaCHj-C-CHjOCHjCHCHj-^N-H SO4' 

CH2O CH2CH2OH 

CH2CHCH2-CH2OCO-CH-CH2 

OH 
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CHj-K>CHjCHCH20CH2CHCH,0-CH2CHCHjOCH2OT 



HO-CH OH 
I 

CHj 
I 

CHjCHjOH 

cr 



o 
I 



OH 



HO-CH 
I 

CH. 

I ' 

O-C-CH-CH2 
O 



HO^H 
I 



0 
I 

HO-CH 
I 

CH2 
I 

0-C-CH=CH2 
H 
O 



CHjCHjOH 



CHj-^N-H 

CH2CH2OH 



or 



(24) 



OH CHjCHjOH 
O- [CHjCH,0]n-CHjCHCHj-0-CHj-*NH 
CH, OH CHjCHaOH 

CH-0- [CHjCHaOlm -CHjCHCHj-O-CO-CH-CHj 
CH2 

0-[CH,CH20]k -CHjCHCHj-O-CO-CH^CHj 
OH 



2- 



SO4 



(25) 



wherein n -i- m -i- k = 15 ; 

OH 



CH2-<X3H2CHCH2-OCO-(^~^*N^~^ CI* 
I OH W X=/ 

CH-OCH2CWCH2-OCO-CH-CH2 
I OH 

CH2-OCH2CHCH2-OCO-CH-CH2 ( 26 ) 



QH 

CHj 

OH 

CH-OCH2iHCH2-OCJO-CH=CH2 



-OCHjCHCHj-OCO ^^3^*^C3^ 



OH 

CHj-OCHaCHCHj-OCO-CH-CHj (27) 
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OH 

CHaO-CHjCHCHj-OCOCH^CHj 
CHa-CHi^C-CHjO-CHjCHCHj-OCOCH-CHj 



10 



IS 




(28) 



53. A method for forming an image acoording to claim 34. wherein the step (a) is performed by an ink-jet process. 

25 54. A method for forming an image according to claim 53. wherein the ink-jet process comprises a step for discharging 
the ink from an orifk;e by thermal energy imparted to the ink. 

55. A method for forming an image according to claim 53. wherein the ink-jet process comprises a step for discharging 
the ink from an orifk» by mechanical energy imparted to the ink. 

30 

56. A method for forming an image acoording to claim 34, wherein the tight is ultravk)let light. 

57. A method for forming an image on a recording medium conprising the steps of: 

35 (a) imparting an ink for inkiet recording on the recording medium, the ink comprising: 

a coloring agent; 

a polymerizable oligomer having at least two acrytoyi groups and a solubility in water of 10 percent by 
weight or more: 
40 a photopolymerization initiator; and 

water; and 

(b) inflating the Ink on the recording medium with light. 

45 58. A method for forming an image acoording to claim 57, wherein the coloring agent Is a pigment. 

59. A method for forming an image according to daim 58. wherein the pigment is a self-dispersing carbon black having 
surface-bonded cationic groups. 

50 60. A method for forming an image according to daim 59. wherein the cationic group is an ammonium group or a qua- 
ternary ammonium salt of a tertiary amine. 

61. A method for forming an image acoording to claim 58, wherein said ink further comprises a polymeric compound 
having cationic groups as a dispersant for dispersing the pigment in the water. 

55 

62. A method for forming an image acoording to daim 57. wherein the coloring agent is a cationic dye. 

63. A method for forming an image acoording to claim 58, wherein the pigment is a self-dispersing carbon black having 
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64. A method for forming an image according to claim 63. wherein the anionic group is at least one group selected from 
the group consisting of -CCXDM, -SO3M, -POaHM, and -PO3M2. wherein M is a hydrogen atom, an alkaline metal, 
an ammonium ion, or an organic ammonium group 

65. A mettiod for forming an image according to claim 58, wherein said ink further comprises a polymeric oompourxj 
having anionic groups as a dispersant for dispersing the pigment in the water. 

66. A method for forming an image according to daim 57, wherein the cotoring agent is an anionic dye. 

67. A method for forming an image according to daim 57, wherein the photopolymerization initiator is a nonionic pho- 
topolymerization initiator. 

68. A method for forming an image according to claim 67, wherein the nonionic photopolymerization initiator is a com- 
pound represented by the general formula (1): 



wherein n is an Integer of 1 or more, m is an integer of 0 or more^ the sum of n and m is in a range of 1 to 8, arxJ n 
is in a range of 1 to 8 when m is zera 

69. A method for forming an image according to daim 68. wherein the compound is at least one compound repre- 
sented by the formulae (29) to (33): 




(1) 



O 



CH, 



^3 




C-OH 



(29) 



CH3 



O 



CH3 




(30) 



CH3 
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O CH3 

HO-CHjCHj-O-CHjCHj-O -^^-C-C-O-CH^CH^-OH ( 31 ) 



O CH, 



HO-[-CH,CH2-0-}jCH2-CHj-0--^^-C-C-<)f CHjCHjO j^H ( 32 ) 



CH, 



O CH3 



HO-f-CHjCHj-O ^CH,-^Hj-O--^^-C-C-0-[-CH2CHx04i-H ( 33 ) 



70. A method for forming an image according to any one of claims 59, 60. and 62, wherein the photopolymerization 
initiata Is a cationic photopolymerization initiator. 

71 . A method for forming an Image according to claim 57, wherein the polymer Izable oligomer is a nonionic oligomer. 

72. A method for fomning an image according to claim 71 . wherein the nonionic oligomer is selected from conpounds 
represented by the Ibllcwing formulae (2) to (5): 

OH 
I 

CHj-OCHjCHCH^-OCOCH-CHa 



CH-OH 

I OH 

CH2-OCH2CHCH2-OCOCH-CH, 



60 



EP0 953 613 A2 



OH 
I 

CHj-O-CHjCHjO-CHjCHCHa-OCOCH-CHj 



CH-O-CHiCHaO-CHjCHCHi-OCOCH^CH^ 
I OH 

CH,-0-CH,CH,0-CH,CHCHa-OCOCH-CH, 



CHjO-CHjCHCHj-OCOCH-CHj 
I OH 

CHO-CH2CHCH--OCOCH-CH, ^ ^ ^ 

I 

OH 

CH20-CHaCHCHa--0COCH-CHj 
OH 

OH 

CHj-CH-OCO-CHj-CH-CHj-O-f CHjCH204-CH,-CH-CH,-0C0--CH-CHj ( 5 ) 

OH 



73. A method for forming an image according to any one of claims 59. 61 . and 62, wherein the poiymerizaUe oligomer 
is a caticnic oligomer. 

74. A method for forming an image according to darm 73. wherein the cationic oligomer has a basic structure selected 
from the following formulae (6) to (1 7): 

CH2=C(X)C00\ CHj^COOCOO.^ CH^CHj 

R-N-CH3 CI* R-N-CHjCHj Cr 

CH,-C(X)COO/ 1,^^ (6, CH,-C(X)COO/ \^^^^^^ (7) 
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CH,«C(X>COO^ CHjOH CH,-C(X)COO CHjCHjOH 

R-N-H a- R«N-H cr 

CH,«C(X)COO/ 1^^^^ CH,-CCX)COO/ 1^^^^^^ 

CH,-CXX)COO^ /f^^^"*^" CKU-C(X)COO. .CH3 

R-N-CH,CH,OH cr R-N H^A* 

CH,-CCX)COO/ ^Ijj^^H^oH (10) CH,«C(X)COO'^ ^CH, (11) 

CHj-CQOCOO,^ /CHjCH, CH^-COOCOO 

R-N H*A" R-N-CH,CH,OH H*A- 

CHj-COOCOO^ ^CHjCH, (12) CH2-C(X)C00/ ^ (13) 

CH,-C(X)COO>^ CHi-C(X)000\ CH,CHjOK 

R-N-CH2OH H*A" R-^N H*A- 

CH,.C(X)COO/ ^ CH,«C(X)COO/ ^^j^^j^^^jj ^^5, 

CH2-C(X)C00v ^«20H20H CH2-C(X)COO^ ^ 

CHjCHjOH (16) 



R-P-H SO,'- R-N^ > SO/- 

CHj-C(X)COO/ I ,,,, CH2-C(X)C00/ ^ (i?) 



wherein R is a polyol moiety, X is hydrogen or CH3, arxJ A' is CI'. HSO3' or CHaOOC. 

75. A method for forming an image according to claim 73. wherein the cationic oligomer is selected from compounds 
represented by the following formulae (18) to (28): 

CH3 OH CHa CH3 

pCHj-O -(H/- C -^^ly-O-CHj-CH-CHj-hT-CHjCHi-O-C-C^CHj 

CH3 CH3 O 

OH CH3 CH, 

^ CH-CHj-N-CH,CH2-0-C-C«CH J 2Cr (18) 
! II 
CH3 0 

wherein 

® 

represents cyclohexane: 
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CH3 OH CH3 CH3 

- CH,-0 -"^^ C 0-CH2-CH-CH2-N*--CH2CH2-0-C-C-CH2 

CH3 CH, 0 

OH CH, CH3 ^ 

I J I 

L CH-CH4-N-CH2CH2-0-C-OCH, 2cr 

CHj O 

OH CH3CH2OH 
CHj-OCHjCHCHj-N-CHjCHjOH CI" 

I OH CHjCHjOH 

CH-OCHaCHCHj-CHjOCO-CH^CHj 

I OH 

CHa-OCHjiHCHi-CHjOCO-CH"^^ ( 20 ) 



O-COCH-CHj 
I 

CHj 
I 

HO-CH 
I 

CHj 
I 

0 

CHjCHsOH CHj OH CH2CH3 

HaCHjC-^N— CHzCH-CHaOCHj-C-CHjOCHa-CHCHj-^N-CHjCHa 
CH2CH3 CHj CH2CH3 

cr 0 or 

CHj 

I 

HO-CH 
I 

CH2 

O-COCH-CH2 ^ ' 
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OH 
I 

CHjCHCHj-CHjOCO-CH-CHj 
CHjO OH CHjCHaOH 
CHjCHj-C-CHjOCHjCHCHj-^N-H CHjCOQ- 
CHjO CHjCHjOH 

CHjCHCHj-CHjOCO-CH-CHj ( 22 ) 
OH 



OH 

CHjCHCHj-CHjOCO-CHKJHj 
CH^O OH CH-CHjOH 
CHaCHj-C-CHaOCHjCHCHj-^N-H SO4** 
CH2O CHjCHjOH 

CHaCHCHj-CHjOCO-CH-CHa ( 23 ) 

OH 



CHi-OCHjCHCHjOCHjCHCHjO-CHaCHCHzOCHjCHCHjO-CHj 

HO-CH OH O OH O HO-CH CH^CHjOH 

I I III 

CHj CHj CH, CH2-*N-H Cr 

I I I I 

H-"N-CHjCH,OH HO-CH HO-CH CHjCHjOH 

CHjCHjOH CH2 CHj 

0-C-CH«CH2 0-C-CH-CH, 

{!, & (24) 



cr 



OH CHjCHjOH 
I I 

0 - [CHjCH^Oln-CHjCHCHj-O-CHj-^NH SO**' 

CH2 OH CHjCHjOH 

1 I 

CH-0- [CHjCHjOlnx -CHaCHCHj-O-CO-CH-CH^ 
CH2 

O- [CHjCHjOlk -CHjCHCHj-O-CO-CH^-CHa ( 25 ) 

OH 

wherein n + m-i-ks 15; 
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OH 



20 



25 



I OH — ^ — ^ 

CH-OCHjCHCHj-OCO-CH-CHa 
I OH 

CHj-OCHaCHCHa-OCO-CH-CHj ( 26 ) 



OH 

CH2-OCH,CHraj-OCO-^^[3^ ^ ^^6* 
I OH ^ — ^ 

CH-OCH,iHCH2-OCO-CH»CH, 

I OH 

CHj-OCHjiHCHj-OCO-CH-CH, ( 27 ) 



OH 

CH2O-CH2CHCH2-OCOCH-CH2 

CHj-CHj-C-CHaO-CHiCHCHj-OCOCH^CHj 

CH2O OH 
I 

CHj 
I 

30 HO-CH 

I 

CHj 



40 

76. A method for forming an image according to claim 57, wherein step (a) is performed by an ink-Jet process. 

77. A method Ibr forming an image according to claim 76. wherein the ink-jet process comprises a step fior discharging 
45 the Ink from an orifice by thermal energy imparted to the ink 

78. A method for forming an image according to claim 76, wherein the ink-jet process comprises a step for discharging 
the ink from an orifice by mechanical energy Imparted to the Ink. 

so 79. A method for forming an Image according to daim 57, wherein the light is ultraviolet light. 

80. A photopolymerization initiator represented by the foOowing general formula (1): 
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O CH3 

HO-f-CHiCHj-O-J-CHj-CHjO -^^-C-C-O-tCHjCHjO^H 

CH, (1) 

wherein n is an integer of 1 or more, m is an integer of 0 or more, the sum of n and m is in a range of 1 to 8, and n 
Is in a range of 1 to 8 when m is zero. 

81. A method for recording a multicolor image including a black image by imparting a black ink and at least one color 
ink selected from a yellow ink, a magenta ink, and a cyan ink to a recording medium by an ink-jet process, compris- 
ing the steps of: 

(a) imparting a black ink having any one of the fblk)wing CompaBitlons (I) to (rv) to the recording medium by an 
ink-jet process: 

Coniposltion (i): 

at least one cok)ring agent selected from the group consisting of a combination of a black pigment and 
a water-soluble cationic polymeric compound for dispersing the black pigment in water, a cationic 
black dye, and a cationic self-dispersing cartoon black; 
a nonionic or cationic polymerizable oligomer; 

a nonionic or cationic photqxalymerization initiator having a solubility in water of 3 percent by weight 

or more; and 

water; 

Composition (ii): 

at least one coloring agent selected from the group consisting of a combination of a black pigment and 
a water-soluble cationic polymeric compound for dispersing the black pigment in water, a cationic 
black dye. and a cationic self-dispersing cartx^n black; 

a nonionic or cationic polymeri2at)le oligomer having at least two acryloyi groups and having a solubil- 
ity in water of 10 percent by weight or nx)re; 
a nonionic or cationic photopolymerization initiator; and 
water; 

Composition (ilO: 

at least one cotoring agent selected from the group consisting of a combination of a black pigment and 
a water-sotuUe anionic polymeric compound for dispeising the black pigment in water, an anionic 
black dye, and an antonk; self-dispersing cartjon black; 
a nonionk: polymerizable oligomer; 

a nonk)nic photopolymerization initiata having a solubility in water of 3 percent by weight or more; and 
water; 

Composition (iv): 

at least one coloring agent selected from the group consisting of a combination of a black pigmem and 
a water-solutsle anionic polymeric compound for dispersing the black pigment in water, an anionic 
black dye. and an anionic self-dispersing caftx}n black; 

a nonionic polymerizable oligomer having at least two acryloyi groups and having a solubility in water 

of 10 percent by weight or more; 

a nonionk; photopolymerization initiator; and 

water; 

(b) imparting a color ink having any one of the following Compositions (v) to (viii) to the recording medium by 
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an ink-jet process: 
Composition (v): 

at least one coloring agent selected from the group consisting of a comt)ination of a color pigment and 
a water-soluble cationic polymeric compound for dispersing the color pigment in water, and a cationic 
color dye; 

a nonionic or cationic polymerizable oligomer; 

a nonionic or cationic photopolymerization initiator having a solubility in water of 3 percent by weight 

or more; and 

water; 

Composition (vi): 

at least one coloring agent selected from the group consisting of a combination of a color pigment and 
a water-soluble cationic polymeric compound for dispersing the color pigment in water, and a cationic 
color dye; 

a nonionic or cationic polymerizable oligomer having at least two acryloyi groups and having a solubil* 

tty in water of 10 percent by weight or more; 

a nonionic or cationic photopolymerization initiator: and 

water; 

Conrposition (vii): 

at least one coloring agent selected from the group consisting of a combination of a color pigment and 
a water-soluble anionic polymeric compound for dispersing the color pigment in water, and an anionic 
color dye; 

a nonionic polymerizable oligomer: 

a nonionic photopolymerization initiator having a solubility in water of 3 percent by weight or more; and 
water; 

Conposition (viii): 

at least one coloring agent selected from the group consisting of a combination of a color pigment and 
a water-soluble anionic polymeric compound for dispersing the color pigment in water, and an anionic 
color dye; 

a noniontc polymerizable oligomer having at least two acryloyi groups and having a solubility in water 

of 1 0 percent by weight or more; 

a nonionic photopolymerization initiator; and 

water; and 

(c) in-adiating the black ink and the color ink imparted to the recoiding medium with light for photo-crosslinking 
of the inks; wherein 

the black ink and the color Ink are selected so that the polarity of the cotoring agent and the water soluble 
polymeric compound of the black ink are opposite to the polarity of the coloring agent and the water solu- 
ble polymeric compound of the color ink. 
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FIG. I 
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FIG. 2 
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FIG. 5 
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FIG. 6 
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FIG. 8 
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FIG. 9 
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FIG. 10 
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FIG. I I 
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FIG. 12 
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